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Description 

[0001] The present invention relates to a magnetic recording medium and its production method and a magnetic 
recording apparatus. Particularly, it relates to a magnetic recording medium carrying out recording and reproducing by 
a flying/contact magnetic head and its production method and a magnetic recording medium. 

[0002] A magnetic recording apparatus represented by a magnetic disk apparatus (hard disk drive) has been widely 
used as an outboard recording apparatus of an information processing apparatus such as a computer, and in recent 
years, it has been used also as a recording apparatus for dynamic images or as a recording apparatus for a set-top box. 
[0003] A magnetic disk apparatus usually consists of a shaft which fixes one or plurality of magnetic disks in a skew- 
ered state, a motor which is bonded to said shaft by means of a bearing and which rotates the magnetic disk, a magnetic 
head which Is used for recording and/or reproducing, an ami to which said head is attached, and an actuator capable 
of moving the head to an optional position on the magnetic recording medium by means of the head ami. The head 
for recording and reproducing is usually a flying head, and moves on the magnetic recording medium with a certain 
flying height. 

[0004] Further, in addition to the flying head, use of a contact head has also been proposed so as to further shorten 
the distance from the medium. 

[0005] The magnetic recording medium to be mounted on the magnetic disk apparatus is prepared usually by forming 
a NiP layer on the surface of a substrate made of e.g. an aluminum alloy, conducting a required smoothing treatment, 
texturing treatment or the like, and subsequently forming e.g. a metal base layer, a magnetic layer (infonmation recording 
layer), a protective layer and a lubricant layer thereon. Otherwise, it may be formed by subsequently forming e.g. a 
metal base layer, a magnetic layer (information recording layer), a protective layer and a lubricant layer on the surface 
of a substrate made of e.g. glass. As the magnetic recording medium, a longitudinal magnetic recording medium and 
a perpendicular magnetic recording medium are mentioned. On the longitudinal magnetic recording medium, longitu- 
dinal recording is usually conducted. 

[0006] The protective layer on the magnetic layer prevents damages of the magnetic layer due to impact of the flying 
magnetic head or sliding of the contact head, and the lubricant layer Imparts lubricity between the magnetic head and 
the medium. By the present constitution, recording and reproducing by a flying/contact magnetic head becomes pos- 
sible. Use of a flying/contact head can shorten the distance between the magnetic layer and the head, whereby infor- 
mation recording with a significantly high density becomes possible as compared with an optical disk or a photomagnetic 
disk employing a head of another type. 

[0007] The density of the magnetic recording medium becomes high acceleratingly year by year, and the density 
becomes high by an annual rate of at least 60% in recent years. Many technique may be mentioned to realize this high 
density, and it is attempted, for example, to employ a GMR head as a magnetic head which is a magnetic head having 
its flying height decreased, to improve the magnetic material to be used for a recording layer of the magnetic disk, or 
to shorten the space between information recording tracks in the magnetic disk. 

[0008] In each track, a magnetic pattern for control which controls the magnetic head, such as a signal to be used 
for position control of the magnetic head or a signal to be used for synchronous control, is formed. If the space between 
the infomiation recording tracks is shortened to increase the number of tracks, signals to be used for position control 
of the data recording/reproducing head (hereinafter sometimes referred to as servo signals) have to be dense relative 
to the radius direction of the disk correspondingly, I.e. more signals have to be provided to carry out precise control. 
[0009] Further, it is also strongly required to decrease the region other than the region to be used for data recording, 
i.e. the region used for the servo signals and the gaps between the servo region and the data recording region, in order 
to enlarge the data recording region and to increase the data recording capacity. Accordingly, it is necessary to increase 
output of the servo signals and to increase precision of the synchronous signals. 

[0010] A method which has been used widely as a servo signal fomriing method is to make a hole in the vicinity of a 
head actuator of a drive (magnetic recording apparatus), insert a pin equipped with an encoder to the hole, engage 
said pin with the actuator, and drive the head to a precise position to record the servo signals. However, by this method, 
no higher precision than the limit of the recording by a magnetic head can be obtained. 

[001 1] Accordingly, as a magnetic printing method to a magnetic disk, a method of patterning a soft magnetic material 
to a mastei-disk and contacting the master disk with a magnetic disk, which is used as a shield, and applying a magnetic 
field from the exterior to print the magnetic pattern, has been proposed (JP-A-50-60212 (U.S. Patent 3,869,711), JP- 
A-1 0-40544 (European Patent No. 91 5456), "Readback Properties of Novel Magnetic Contact Duplication Signals with 
High Recording Density FD" (Sugita, R et. al. Digest of InterMag 2000, GP-06, published by IEEE)). 
[001 2] However, this method can be applied to a hard disk or a floppy disk having a low coercive force, but can hardly 
be applied to a magnetic disk having a high coercive force. 

[0013] For example, the literature by Sugita et. al reports results of application of the magnetfe printing method to a 
floppy disk and reports that excellent results of e.g. PW50 can be obtained. However, (1) the coercive force is 2,300 
Oe and relatively low, and printing can be carried out with a small external magnette field. Further, It is considered that 
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conditions are suitable for magnetic printing, such that (2) a floppy disk has flexibility and is likely to be in contact with 
a master disk, (3) the magnetic pattern to be formed is broad with a width of 5 [im or 10 ^m, and it is easy to improve 
PW50, and (4) a floppy disk usually has no protective layer, whereby magnetic printing can easily be carried out. 
[001 4] In recent years, the coercive force of a longitudinal hard disk exceeds 3 kOe. If the coercive force of a magnetic 
disk is large, a larger external magnetic field is required for magnetic printing, however, if the external magnette field 
is made large, the magnetic field which leaks to the surrounding becomes significant, whereby the leakage magnetkj 
field can not adequately be shielded at the pattem boundary. Accordingly, the magnetic transition region becomes 
unclear, and the signal quality such as PW50 may be impaired. 

[001 5] Further, it is very difficult to completely contact the master disk with the magnetic recording medium to which 
magnetic printing is applied, and the medium may have a flaw due to the contact. 

[0016] On the other hand, with respect to a perpendicular hard disk which has been developed in recent years, it is 
difficult to shield it by the soft magnetic material, and accordingly, it is more difficult to apply the magnette printing 
method. 

[0017] Under these circumstances, it is an object of the present invention to provide a magnetk: recording medium 
having improved precision and output of signals for control such as servo signals and synchronous signals, and a 
method for forming a magnetic pattern for control, and to provide a magnetic recording medium with which a high 
density recording can be carried out and a magnetic recording apparatus in a short period of time at a low cost. 
[0018] According to a first aspect of the present invention, there is provided a magnetic recording medium for re- 
cording infomnation by forming a magnetic pattern for infomiation thereon by a magnetic head, which is a longitudinal 
magnetic recording medium having a coercive force of at least 3000 Oe, and which has a magnetic pattern for control 
of the magnetic head preliminarily formed thereon, wherein the full width at half maximum of an isolated pulse of a 
reproducing signal of the magnetic pattern for control is smaller than the full width at half maximum of an isolated pulse 
of a reproducing signal of the magnetic pattern for Infomnation. 

[0019] Namely, when a medium on which a magnetic pattern is fomned by a magnetk: head to record information, 
such as a hard disk, is a longitudinal recording medium having a high coercive force of at least 3,000 Oe, small magnetic 
domains can be fonned clearly, and a high density recording can be earned out. By fonming a magnetic pattern for 
control with a narrow magnetic transition region on a medium to nan-ow the full width at half maximum of an Isolated 
pulse of the reproducing signal of the magnetic pattern for control (the width at the half of the maximum value of the 
amplitude of an Isolated pulse, hereinafter sometimes referred to as PW50 (Pulse Width 50%)) so that it is smaller 
than the full width at half maximum of an isolated pulse of the reproducing signal forthe magnetic pattem for Information, 
the synchronous precision and the position precision of the magnetic head can be increased, whereby the high density 
recording medium having a high reliability can be provided. When this is applied to a medium having a higher coercive 
force of at least 3,300 Oe, the reliability is high, recording can be carried out with a higher density, and the effect is great. 
[0020] According to a second aspect of the present invention, there is provided a magnetic recording medium for 
recording Information by fonning a magnetic pattern for Information thereon by a magnetic head, which is a perpen- 
dicular magnetic recording medium, and which has a magnetic pattern for control of the magnetic head preliminarily 
formed thereon, wherein the full width at half maximum of an Isolated pulse of a reproducing signal of the magnetic 
pattem for control is smaller than the full width at half maximum of an isolated pulse of a reproducing signal of the 
magnetic pattern for information, 

[0021] In the second aspect of the present Invention, by making the full width at half maximum of an Isolated pulse 
of the reproducing signal of the magnetic pattem for control to be at most 95% of the full width at half maximum of an 
isolated pulse of the reproducing signal of the magnetic pattern for infomnation, the synchronous precision and the 
position precision of the magnetic head can further be Increased, and a high density recording medium having a higher 
reflability can be provided. It is more preferably at most 90%. 

[0022] Here, the magnetic pattem in the present invention indicates such a state that magnetic domains are an'anged 
to generate a signal. The magnetic pattem for control is a magnetic pattern which generates control signals such as 
servo signals for position control of the magnetk: head or synchronous signals for synchronous control. The full width 
at half maximum of an isolated pulse of the reproducing signal is a pulse width (width of time or length) at an output 
of 50% of the maximum output (0-tOi3eak value) of a certain Isolated pulse In the reproducing signal waveform and Is 
also referred to as PW50. 

[0023] According to a third aspect of the present Invention, there Is provided a magnetic recording medium for re- 
cording infomnation by forming a magnetic pattern for information thereon by a magnetic head, which has a magnetic 
pattem for control of the magnetic head preliminarily fomied thereon, wherein the magnetic pattern for control comprises 
at least two types of linear patterns which form angles of (90 ± e^) degree and (90 ± Og) degree wherein e^>e2, 0»< 
61^45" and 0*se2<45'», respectively, with the relative movement direction of the magnetic head, and whteh satisfy the 
formula: 
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P{90 ± ei)/P(90 ± 62)^ 0.9 X 00.8(9^-62) 

where P(90 ± 0^) and P(90 ± G2) are outputs of the isolated pulses of reproducing signals of said linear patterns. 
[0024] Namely, with respect to a medium on which a magnetic pattern is formed by a magnetic head to record 
infomriation such as a hard disk, by using, as a magnetic pattern for control, an inclined linear pattern represented by 
a magnetic pattem for position control by phase control, position control of the magnetic head can be carried out with 
a high precision. By increasing the output of such an inclined linear pattem to satisfy the above fomiula, the position 
precision of the magnetic head can be increased. 

[0025] Accordingly, the present invention is extremely effective when applied to acase of Including a magnetic pattem 

for position control by phase control. 

[0026] Further, to secure stable magnetization at room temperature, the temperature at which the magnetization of 
a magnetic layer is erased is preferably high. Further, the magnetic domains of a magnetic pattem can clearly be 
formed when the difference between the room temperature and the magnetization erasure temperature is large. Ac- 
cordingly, the magnetization erasure temperature is preferably at least 1 0O'C. The magnetization erasure temperature 
may, for example, be In the vicinity of the Curie temperature (slightly lower than the Curie temperature) or In the vicinity 
of the compensatory temperature. 

[0027] Further, to prevent damage of the medium due to impact with the magnetic head or sliding of the contact head 
during recording and reproducing, it is preferred to provide a protective layer on the magnetic layer. The thickness is 
preferably at most 50 nm to shorten the distance between the magnetic layer and the head during recording and 
reproducing. In a case where the recording medium has a plurality of magnetic layers, a protective layer may be 
provided on the magnetic layer which is closest to the surface. When the protective layer is made of diamond-like 
carbon, the magnetic layer will hardly be damaged by the head. 

[0028] Further, it is preferred to provide a lubricant layer on the protective layerto impart lubricity between the medium 
and the head. The lubricant layer is preferably thin so as notto inhlbltfonnation of the magnetic pattern, and is preferably 
at most 10 nm. 

[0029] Further, in order not to inhibit the running stability of the flying/contact head, the surface roughness Ra of the 
medium is preferably at most 3 nm. Here, the medium surface roughness Ra is roughness of the surface of the medium 
not including the lubricant layer, and Is a value obtained by measuring the roughness by means of a feeler type surface 
roughness meter at a measurement length of 400 \im, and calculating the measured value in accordance with JiS 
B0601 . It is more preferably at most 1 .5 nm. 

[0030] According to a fourth aspect of the present invention, there is provided a method for producing the above 
magnetic recording medium, which comprises a step of locally heating the magnetic layer on the medium, and a step 
of applying an external magnetic field to the magnetic layer of the medium to form a magnetic pattern for control. 
[0031] According to the fourth aspect of the present Invention, a magnetic pattern for control with a high quality of 
reproducing signals can efficiently be fomned with a high precision, on a longitudinal hard disk on which recording and 
reproducing is carried out by a magnetic head and which has a high coercive force of at least 3,000 Oe. Namely, a 
pattern which has a small magnetic transition width, which has an extremely steep magnetic transition at the boundary 
of magnetic domains, which has a small full width at half maximum of an isolated pulse of the reproducing signal, and 
which has a high quality, can be formed. 

[0032] Partfcularly, by applying an external magnetic field to preliminarily magnetize the magnetic layer homogene- 
ously in a desired direction, and simultaneously with locally heating the magnetic layer of the medium, applying an 
external magnetic field to magnetize the heated area In the direction opposite to said desired direction to form a mag- 
netic pattem for control, a desired saturation recording can be candled out, whereby a magnetic pattern having a large 
output of the reproducing signals can be obtained. 

[0033] Further, according to the mode of applying an extemal magnetic field simultaneously with the local heating 
to magnetize the heated area, the coercive force of a magnetic recording medium having a high coercive force, which 
can hardly be magnetized by a conventional magnetic printing method, can adequately be lowered by heating to mag- 
netize the medium, whereby such a medium can easily be magnetized with a weak magnetic field. 
[0034] Here, the desired magnetization direction Is the same or opposite direction to the running direction of the data 
writing/reproducing head (relative movement direction of the medium and the head) in a case where the easy axis is 
In a plane direction, or is a direction perpendicular thereto in a case where the easy axis is perpendicular to the plane 
direction. 

[0035] Further, to preliminarily magnetize the magnetic layer homogeneously in a desired direction by applying an 
external magnetic field, is usually to homogeneously magnetize the entire magnetic layer, however, a part of the mag- 
netic thin layer may be magnetized so long as the region on which the magnetic pattem is formed is homogeneously 
magnetized. 

[0036] The present method is effective when applied to fomnation of a sen^o pattem to be used for position control 
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of the data recording/reproducing magnetic head, which is simple and to which a severe precision is required, or 
formation of a standard pattern for recording said servo pattern. Since a high precision servo pattern or standard pattern 
can be obtained, the present method is effective when applied to a high density medium such as one having a tracl( 
density of at least 40 kTPI. 

s [0037] Further, according to the present method, a magnetic pattern Including a pattern which is present in an inclined 
direction to the running direction of the magnetic head, which has conventionally been difficult to form, can easily be 
fomied. Further, the magnetic pattern having a high signal intensity can be obtained. The present method is particularly 
suitable for an inclined pattern of e.g. phase servo signals. 

[0038] To form a more precise magnetic pattern, as the means of heating, it is preferred to employ energy beam in 
10 view of easiness of power control and control of the size of the area to be heated. It is preferred to employ pulse-like 
energy beam to control the area to be heated and to control the heating temperature. The energy beam may be one 
capable of partially heating the surface of the recording layer, and preferred is laser since irradiation of energy beam 
on an unnecessary area can be prevented. 

[0039] The continuous laser beam may be formed into pulses by an optical component, but particularly preferred Is 
IS use of a pulse laser light source. The pulse laser light source intermittently oscillates laser beam pulse-wise, and with 
which irradiation of laser beam having a high peak power can be carried out in an extremely short period of time, 
whereby heat is hardly be accumulated. 

[0040] Further, when the magnetic layer is in-adiated with energy beam by means of a mask to form a magnetic 
pattern on the magnetic recording medium, not only the precision of the magnetic pattern tends to be high, but also a 
20 pattern having a free shape can easily be formed in a short period of time. The mask may be one which forms gradation 
of energy beam on the surface of the medium corresponding to the magnetic pattem to be fomried when irradiated with 
energy beam. 

[0041] According to a fifth aspect of the present invention, there Is provided a magnetic recording apparatus which 
comprises a magnetic recording medium, a driving component which drives the magnetic recording medium in a re- 

25 cording direction, a magnetic head comprising a recording component and a reproducing component, a means of 
moving the magnetic head relatively to the magnetic recording medium, and a recording/reproducing signal processing 
means which inputs a recording signal to the magnetic head and outputs a reproducing signal from the magnetic head, 
wherein the magnetic recording medium is any magnetic recording medium as described above. With such a magnetic 
recording apparatus, a high density recording can be carried out at a low cost. 

30 [0042] As the magnetic head, usually a flying/contact magnetic head is used so as to carry out a high density re- 
cording. 

[0043] Further, it is possible to easily obtain a precise servo signal by a magnetic recording apparatus wherein a 
magnetic recording medium is incorporated in the apparatus, then the magnetic pattem for control is reproduced by 
the magnetic head to obtain a signal, and a servo burst signal is recorded by the magnetic head employing the above 

35 signal as a standard. In such a case, if a signal recorded as a magnetic pattem by the present invention remains on 
a region which is not used as the user data region, after the servo burst signal is recorded by the magnetic head, even 
if the position of the magnetic head is shifted from the original position due to a certain disturbance, the magnetic head 
can easily be returned to the desired position, and accordingly a magnetic recording apparatus wherein signals by 
both writing methods are present has a high reliability. 

40 [0044] Now, the present invention will be described in further detail with reference to the preferred embodiments. 
[0045] In the accompanying drawings: 

FIGS, 1(a), 1(b), 1(c) and 1(d) illustrate reproducing signal wavefonns in Example 1 of the present invention. 
FIG. 2 is a diagram illustrating linear pattem lanes fomning an angle of SB" with the running direction of a magnetic 
45 head (e=35*). 

FIG. 3 is a diagram illustrating stepwise pattern lanes forming an angle of 56* with the running direction of a 
magnetic head (6=35'*). 

FIG. 4 is a flowchart illustrating a laser irradiation optical system employed In Examples of the present invention. 
FIG. 5 is a schematic cross-sectional view illustrating a magnetic pattem forming apparatus used in Examples of 
50 the present invention. 

[0046] The present invention relates to a magnetic recording medium on which a magnetic pattem for information 
is formed by a magnetic head to record information, such as a hard disk. As mentioned above, when the space between 
Infomiatlon recording tracks is decreased to increase the number of tracks, it is necessary to further increase the 
55 precision of the position control of the data recording/reproducing head, and accordingly a servo pattem which gener- 
ates position control signals (hereinafter sometimes referred to as servo signals) has to have a high precision, and the 
reproducing output thereof has to be high. 

[0047] Further, it is strongly desired to decrease the region other than the region to be used for data recording i.e. 
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the region to be used for the servo signals and gaps between the servo region and the data recording region, to enlarge 
the data recording region and to increase the data recording capacity. Accordingly, it Is necessary to Increase output 
of the servo signals and to increase precision of the synchronous signals. 

[0048] As mentioned above, with a conventional magnetic printing method, a magnetic pattern can be printed on a 
longitudinal recording medium having a relatively low coercive force, however, it tends to be difficult to fonn a magnetic 
pattern with a high precision on a perpendicular recording medium or on a longitudinal recording medium having a 
high coercive force of at least 3,000 Oe. 

[0049] According to the present Invention, by forming a magnetic pattern for control having a narrow magnetic tran- 
sition region on such a medium, the full width at half maximum of an Isolated pulse of the reproducing signal of the 
magnetic pattern for control Is made to be smaller than the full width at half maximum of an isolated pulse of the 
reproducing signal of the magnetic pattem for information. Accordingly, the synchronous precision and the position 
precision of the magnetic head can be increased, whereby a high density recording medium having a high reliability 
can be provided. The present invention is more effective when applied to a medium having a high coercive force. 
[0050] With a conventional magnetic printing technique, a stronger magnetic field Is required for magnetic printing 
if the coercive force of the magnetic disk to be printed is large, and accordingly, the higher the coercive force, the more 
difficult it is to carry out the magnetic printing. In such a case, insufficient magnetic printing state first appears in the 
magnetic transition region, and the magnetic transition region becomes unclear, the full width at half maximum broad- 
ens, and the full width at half maximum will be broader than that of writing by the magnetic head. Accordingly, it is 
particularly desirable to form a magnetic pattern having a narrow full width at half maximum by means of a method as 
mentioned hereinafter on a longitudinal recording medium having a coercive force of at least 3,000 Oe, more preferably 
at least 3,300 Oe, in view of high density. Othenwise, it is particulariy prefen^ed to form a magnetic pattern having a 
narrow full width at half maximum by means of a method as described hereinafter on a perpendicular recording medium 
or a medium having a coercive force of preferably at least 2,000 Oe, more preferably at least 2,500 Oe, in view of high 
density. 

[0051] By fomning a magnetic pattem for control by magnetic domains having a narrow magnetic transition width, 
the isolated pulse of the reproducing signal will be sharp, the fill width at hatf maximum will be narrow, and the position 
precision of the signal detection will be high, and accordingly the precision when the position of the magnetic head on 
a data track is determined will be increased. Further, the detection precision of the synchronous signal will also be 
high, and accordingly a clock which records/reproduces data can be obtained more precisely. 

[0052] Here, it Is preferred that an adequate saturation recording is carried out, whereby the output of the producing 
signal will be high and the full width at half maximum will be narrower. If the reproducing signal is high, an adequate 
accumulated value can be obtained even with a narrow servo region, whereby the servo region can be narrowed, and 
the user data area can be increased con-espondingly, whereby the data recording capacity can be increased. 
[0053] A gap is provided to a certain extent between e.g. the servo signal or address signal area and the user data 
area. If the synchronous precision Is not high, the clock will be inaccurate, and the dispersion between the initial point 
and the temninal point of the data recording tends to be significant, and accordingly a gap to absorb the dispersion has 
to be large. 

[0054] According to the present invention, the gap can be narrowed since the synchronous precision is high, and 
accordingly the user data area can be enlarged correspondingly, and the data recording capacity can be Increased. 
[0055] The full width at half maximum of an isolated pulse of the reproducing signal of the magnetic pattern for control 
Is preferably at most 95%, more preferably at most 90%, of the fill width at half maximum of an isolated pulse of the 
reproducing signal of the magnetic pattem for information. 

[0056] Here, the magnetic pattem for Infomnation. which Is the standard of comparison, is a magnetic pattern in a 
case where a saturation recording Is carried out at room temperature by using a magnetic head which Is usually used 
for recording/reproducing on the magnetic recording medium. When the medium is Incorporated In the magnetk: re- 
cording apparatus together with the magnetic head, It is a magnetic pattem when recording is carried out by the mag- 
netic head. Further, the room temperature Is at a level of 25**C. 

[0057] In the present invention, as the recording layer (magnetic layer), a longitudinal magnetfc recording layer having 
a coercive force of at least 3,000 Oe at room temperature is used. With respect to the coercive force of the magnetic 
layer at room temperature, the magnetic layer has to maintain magnetization at room temperature and has to be ho- 
mogeneously magnetized by a proper external magnetic field. Accordingly, for a magnetic layer of the high density 
recording medium on which minute magnetic domains are formed, a high coercive force off at least 3,000 Oe is nec- 
essary, and the coercive force is preferably at least 3,300 Oe, 

[0058] Otherwise, as the recording layer, a perpendicular magnetic recording layer having a high possibility of high 
density recording is used. The coercive force at room temperature is preferably high so as to maintain minute magnetic 
domains to carry out high density recording. It is preferably at least 2,000 Oe, more preferably at least 2,500 Oe. 
[0059] With a conventional magnetic printing method, printing tends to be difficult on a medium having a very high 
coercive force. Whereas, the present invention wherein a magnetic layer is heated to adequately lower the coercive 
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force to form a magnetic pattern, is applied preferably to a medium having a large coercive force. 
[0060] However, the coercive force Is preferably at most 20 kOe. If it exceeds 20 kOe, a strong external magnetic 
field is required for batch magnetization, and there is a possibility that a usual magnetic recording may be difficult. 
[0061] The present invention is applied particularly preferably to a case of including a magnetic pattern for position 
control (phase servo) by phase control. 

[0062] For example, in the phase servo system, a magnetic pattern which linearly extends slantly relative to the 
radius from the Inner circle to the outer periphery is employed. The phase servo system is an excellent system wherein 
the position can be detemnined with a high precision if the pattern can be formed precisely, but it has conventionally 
been difficult to fomri such a pattem which is continuous in the radius direction or an inclined pattern. Even if they can 
be formed, with an inclined pattern, the reproducing signal tends to be small, the full width at half maximum of an 
isolated pulse tends to be large, and the detection precision tends to be inadequate. 

[0063] According to a method of forming the magnetic pattem for control of the present invention as described here- 
inafter, an excellent magnetic pattern with a high reproducing signal and a small full width at half maximum of an 
isolated pulse can be fomned even if it is an Inclined pattem, and the head position control with a high precision of the 
phase servo system itself becomes possible. 

[0064] Now, preferred method of fonming the magnetic pattem for control of the present invention will be explained 
below. 

[0065] In the present invention, a step of locally heating the magnetic recording medium and a step of applying an 
external magnetic field are combined to fomn the magnetic pattern for control, whereby a magnetic pattern for control 
having a high quality of reproducing signal and a high precision can easily be fomied in a short period of time. 
[0066] According to this method, a magnetic pattern for control having a high quality of the reproducing signal can 
efficiently be fonned with a high precision. Namely, a pattern having a small magnetic transition width, a very steep 
magnetic transition at the boundary of magnetic domains and having a high quality of the reproducing signal can be 
formed. 

[0067] As a method of forming a servo signal, a magnetic printing method has conventionally been known, but it 
tends to be difficult to apply the method to a medium having a high coercive force or to a perpendicular recording 
medium, and this method is likely to cause flaws on the medium. 

[0068] Further, with the magnetic printing method, It tends to be difficult to cany out saturation recording on a magnetic 
recording medium having a high saturation magnetization, and the output or the full width at half maximum tends to 
be inadequate. There is a significant problem with fomiatlon of an inclined pattem for phase servo as mentioned here- 
inafter. 

[0069] The method of the present invention is a method to efficiently form a magnetic pattem for control with a high 
precision, to overcome the above problems, and will be explained below (hereinafter the magnetic pattern for control 
may sometimes be referred to simply as a magnetic pattern). 

[0070] In the present invention, as a combination of a step of locally heating the magnetic layer and a step of applying 
an extemal magnetic field to the magnetic layer, the following four modes may be applicable. 

[0071] Mode 1: A method of forming a magnetic pattern by homogeneously magnetizing the magnetic layer in a 
desired direction by a strong extemal magnetic field before heating, and then heating a desired area to a magnetization 
erasure temperature, e.g. in the vicinity of the Curie temperature, for erasing, whereby a magnetic pattern with a small 
magnetic transition width and a small full width at half maximum of an Isolated pulse can be fonned most easily. Further, 
since the magnetic layer is homogeneously magnetized, a conventional magnetic recording can be carried out after 
the magnetic pattem is formed by the present method. 

[0072] Mode 2: A method of forming a magnetic pattern by homogeneously magnetizing the magnetic layer in a 
desired direction by a strong external magnetic field before heating, and then heating a desired area to a magnetization 
erasure temperature, e.g. in the vicinity of the Curie temperature, and at the same, applying a weak magnetic field in 
a direction different from the homogeneous magnetization direction for erasing, whereby a magnette pattem with a 
small magnetization transition width and a small full width at half maximum of an isolated pulse can be formed. Further, 
the erasing can completely be earned out, whereby a magnetic pattern having a strong signal intensity can be obtained. 
[0073] Mode 3: A method of fomriing a magnetic pattem by applying a weak external magnetic field simultaneously 
with heating to magnetize the heated area alone in a direction of the external magnetic field, whereby a magnetfo 
pattem with a smalt magnetization transition width and a small full width at half maximum can be formed most easily, 
and further, a weak external magnetic field is sufficient. 

[0074] Mode 4: A method of forming a magnetic pattern by homogeneously magnetizing the magnetic layer in a 
desired direction by a strong extemal magnetic field before heating, then heating a desired area, and at the same time, 
applying a weak magnette field in a direction opposite to that before heating, whereby a magnetic pattern with a small 
full width at half maximum of an isolated pulse and a maximum reproducing signal intensity (output) can be formed, 
and a magnetic pattern having good C/N and S/N can be obtained. Namely, such a pattem that the magnetic transition 
width Is small, the magnetic transition at the boundary of magnetic domains is very steep. PW50 is small, the output 
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is high since magnetic domains are saturation recorded in a direction opposite to each other, and the quality of the 
reproducing signal is high, can be formed. When conditions are met, the magnetic transition width may be at most 1 
pm, further, at most 0.5 pm or at most 0.3 pm. 

[0075] Now, the above modes wilt be explained. Now. Mode 1 wilt be explained below. 

[0076] A strong external magnetic field Is applied to a magnetic disk to magnetize the entire magnetic layer homo- 
geneously in a desired magnetization direction. As a means of applying the external magnetic field, a magnetic head 
may be used, or a plurality of electromagnetics or permanent magnetics may be an-anged so that a magnetic field is 
formed in a desired magnetization direction, or the above means may be combined. 

[0077] Here, the desired magnetization direction is the same or opposite direction to the running direction of the data 
recording/reproducing head (relative movement direction of the medium and the head) in a case where the easy axis 
is in a plane direction, or It Is one of the perpendicular directions (upward or downward) in the case where the easy 
axis is perpendicular to the plane direction. Accordingly, the extemal magnetic field is applied so that the magnetic 
layer is magnetized in the above direction. 

[0078] Further, to magnetize the entire magnetic layer homogeneously In a desired direction is to magnetize the 
entire magnetic layer in a substantially same direction, but not entire magnetic direction has to be magnetized strictly, 
and at least a region on which a magnetic pattern has to be formed should be magnetized in the same direction. 
[0079] The intensity of the magnetic field varies depending upon the properties of the magnetic layer of the magnetic 
recording medium, and it is preferred to magnetize the magnetic layer with a magnetic field at least twice the coercive 
force of the magnetic layer at room temperature. If It Is weaker than that, there Is a possibility that the magnetization 
may be inadequate. However, it is usually at a level of at most five times the coercive force of the magnetic layer at 
room temperature in view of power of a magnetizing apparatus to be used for applying a magnetic field. 
[0080] Then, the surface of the magnetic layer of the magnetic disk is partially heated to the magnetization erasure 
temperature of the magnetic layer, e.g. In the vicinity of the Curie temperature, for erasing. Othenwise, the magnetization 
may not completely be erased, and the heated area may be magnetized weakly than the homogeneously magnetized 
region in said desired magnetization direction. 

[0081] In Mode 2, the direction and the intensity of the extemal magnetic field before heating are the same as in 
Mode 1 . 

[0082] The direction of the magnetic field to be applied simultaneously with heating is a direction perpendicular to 
the plane in a case where the easy axis is in a plane direction, and it is in the plane direction of the medium in a case 
where the easy axis is perpendicular to the plane direction. A magnetic field is applied in such a direction to erase the 
magnetization. 

[0083] The higher the intensity of the magnetic field, the easier to fonn a magnetic pattern, but it is weaker than the 
coercive force of the magnetic layer at room temperature, although it varies depending upon the properties of the 
magnetic layer of the magnetic recording medium. It is preferably at least one eighth of the coercive force of the magnetic 
layer at room temperature. If it is weaker than that, there is a possibility that the heated area may be magnetized in 
the same direction as that of the surroundings again due to influence of the magnetic field from the surrounding magnetfc 
domains during cooling. 

[0084] However, it Is preferably at most two thirds, more preferably at most half, the coercive force of the magnetic 
layer at room temperature. If it is larger than this, magnetic domains sun'ounding the heated area may also be influ- 
enced. 

[0085] As the heating, the magnetic layer may be heated to a temperature at which decrease in the coercive force 
of the magnetic layer is confirmed, and it is heated to the magnetization erasure temperature of the magnetic layer, or 
in the vicinity of the Curie temperature, for example. It Is heated to preferably at least 100"C. A magnetic layer which 
is Influenced by the extemal magnetic field at a temperature less than 1 0O^C tends to have a low stability of magnetic 
domains at room temperature. Further, the heating temperature Is preferably at most 700'C. If the heating temperature 
is too high, there is a possibility that the magnetic layer may undergo defomiation. 

[0086] The direction of the external magnetic field applied simultaneously with the heating In Mode 3 varies depending 
upon the type of the magnetic layer of the magnetic recording medium. In a case where the easy axis is in the plane 
direction, the extemal magnetic field is applied so that the magnetic layer is magnetized in the same or opposite direction 
to the running direction of the data recording/reproducing head (relative movement direction of the medium and the 
head). In the case where the easy axis is perpendicular to the plane direction, it is applied so that the magnetic layer 
is magnetized in one of perpendicular directions. 

[0087] The intensity of the magnetic field is the same as the intensity of the extemal magnetic field applied simulta- 
neously with the heating In Mode 2. Further, the heating temperature Is also the same as in Mode 2. 
[0088] In Mode 4, the direction and Intensity of the external magnetic field before heating are the same as in Mode 1 . 
[0089] The intensity of the magnetic field applied simultaneously with the heating is the same as In Mode 2, but the 
direction Is opposite to the direction of the magnetic field before heating, and the magnetic layer is magnetized locally 
oppositely. The heating temperature is the same as in Mode 2. 
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[0090] In the present invention, it is preferred to form a nnagnetic pattern by applying an external magnetic field to 
preliminarily magnetize the magnetic layer homogeneously in a desired direction, and then locally heating the magnetic 
layer, and at the same time, applying an external magnetic field to magnetize the heated area in a direction opposite 
to said desired direction as in Mode 4, whereby magnetic domains which are opposite to each other can clearly be 
formed, and accordingly a magnetic pattern which has a strong signal intensity and good C/N and S/N can be obtained. 
[0091] Otherwise, according to Mode 1 , a magnetic recording medium wherein the magnetic layer has, in a region 
which is magnetized homogeneously in a desired direction, a pattern having no magnetization partially or a pattern 
which is weakly magnetized in said desired direction partially, can be obtained. This medium can easily be prepared 
in a very short period of time only by homogeneously magnetizing the entire medium in the block, followed by mask 
exposure for erasing. 

[0092] Now, an explanation will be made with reference to an example wherein a magnetic pattern for control is 
formed on a magnetic disk which is representative of a magnetic recording medium in accordance with Mode 1 . 
[0093] A strong external magnetic field is applied to a magnetic disk to magnetize the entire magnetic layer homo- 
geneously in a desired magnetization direction. As a means of applying the external magnetic field, a magnetic head 
may be used, or a plurality of electromagnetics or pemrianent magnetics may be arranged so that a magnetic field is 
formed in a desired magnetization direction, or the above means may be combined. 

[0094] Here, the desired magnetization direction is the same or opposite direction to the mnning direction of the data 
recording/reproducing head (relative movement direction of the medium and the head) in a case where the easy axis 
is in a plane direction, or it is one of the perpendicular directions in the case where the easy axis is perpendfcular to 
the plane direction. 

[0095] Then, the surface of this magnetic layer of the magnetic disk is partially heated to the magnetization erasure 
temperature of the magnetic layer, e.g. in the vicinity of the Curie temperature, for erasing, Othenwise, the magnetization 
may not completely be erased, and the heated area may be magnetized weakly than the homogeneously magnetized 
region in said desired magnetization direction. 

[0096] Now, the method of heating the magnetic layer locally in the present invention will be explained below. 
[0097] The heating means may be one having a function to partially heat the surface of the magnetic layer, and 
prefen-ed is one utilizing energy beam such as laser with which power control and size control of the area to be heated 
can easily be carried out, in view of prevention of heat diffusion to an unnecessary area and control property. 
[0098] Here, it is preferred to use a mask together. When the magnetic layer is irradiated with energy beam by means 
of a mask, a plurality of magnetic patterns can be fonned at once, whereby a step of forming the magnetic pattern can 
be carried out in a short period of time. 

[0099] The mask may be one which fomns gradation of energy beam on the surface of the magnetic disk correspond- 
ing to the magnetic pattern to be formed. A photomask having a transmission portion transmitting energy beam cor- 
responding to the pattern, a hologram mask on which hologram imaging a specific pattern on the medium is recorded, 
or an imaging optical system may, for example, be mentioned. By using such a mask, a plurality of magnetic pattems 
can be fomied at once, whereby the magnetic pattern forming step can be carried out easily in a short period of time. 
[0100] Further, it is preferred to use energy beam as pulses rather than continuous irradiation to control the area to 
be heated or to control the heating temperature. 

[0101] Partfcularly preferred is use of a pulse laser light source. The pulse laser light source intennittentfy oscillates 
laser beam as pulses, and with which irradiation with a laser beam having a high peak power can be carried out In an 
extremely short period of time as compared with a continuous laser beam which is intermitted and made into pulses 
by an optical component such as an acoustooptic element (AO) or an electrooptic element (EO), and heat is less likely 
to be accumulated, such being extremely preferred. 

[0102] In a case where a continuous laser beam is made into pulses by an optical component, the power is substan- 
tially the same in the entire pulse width in the pulse. On the other hand, a pulse laser light source accumulate energy 
by resonance in the light source for example, and discharges laser beam as a pulse at once, whereby the peak power 
in a pulse is extremely high, and then the power decreases. In the present invention, in order to form a magnetic pattern 
having a high contrast and a high precision, it is preferred to suddenly heat the magnetic layer in an extremely short 
period of time and then quenching it, and accordingly use of a pulse laser light source Is suitable. 
[01 03] With respect to the surface of the medium on which the magnetic pattem is formed, the difference in temper- 
ature is preferably significant as between during irradiation of the pulse energy beam and not, in order to increase the 
contrast of the pattern or to increase the recording density. Accordingly, when the medium is not irradiated with the 
pulse energy beam, the temperature is preferably at most at a level of room temperature. The room temperature is at 
a level of 25'*C. 

[0104] Here, when the pulse energy beam is used, the external magnetic field may be applied continuously or may 
be applied as pulses. 

[0105] The wavelength of the energy beam is preferably at most 1,100 nm. When the wavelength is shorter than 
this, the diffraction effect tends to be small and the resolution tends to increase, whereby a fine magnetic pattem Is 
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likely to be formed. It is more preferably at most 600 nm, whereby not only high resolution can be obtained, but the 
diffraction is small, and accordingly spacing between the mask and the magnetic recording medium due to space tends 
to be wide, handling tends to be easy, and it tends to be easy to constitute a magnetic pattern forming apparatus. 
Further, the wavelength is preferably at least 150 nm. If it is less than 150 nm, absorption of synthetic quartz to be 
used for the mask tends to be high, and heating tends to be inadequate. When the wavelength is at least 350 nm, 
optical glass may be used as a mask. 

[0106] Specifically, excimer laser (157, 193, 248, 308, 351 nm), double wave (532 nm). triple wave (355 nm) or 
quadojple wave (266 nm) of Q switch laser (1 ,064 nm) of YAG, Ar laser (488 nm, 514 nm) or ruby laser (694 nm) may, 
for example, be mentioned. 

[01 07] With respect to the power of the energy beam, an optimum value may be selected depending upon the intensity 
of the external magnetic field, but the power of the pulse energy beam per pulse is preferably at most 1 ,000 mJ/cm^. 
If a power stronger than this is applied, the surface of the magnetic recording medium may be damaged by the pulse 
energy beam and the medium may undergo defomnation. When the roughness Ra becomes at least 3 nm or the swell 
Wa becomes at least 5 nm due to defomnation, running of the flying/contact head may be impaired. 
[0108] It is more preferably at most 500 mJ/cm^, furthermore preferably at most 200 mJ/cm^. Within such a range, 
a magnetic pattern having a high resolution tends to easily be formed even if a substrate having a relatively large heat 
diffusion is used. Further, the power is preferably at least 1 0 mJ/cm2. if the power is smaller than this, the temperature 
of the magnetic layer is less likely to increase, whereby the magnetic printing can hardly be canried out. Further, the 
influence of diffraction of the energy beam varies depending upon the pattern width, and accordingly the optimum 
power also varies depending upon the pattern width. Further, the shorter the wavelength of the energy beam, the more 
the upper limit of the power to be applied tends to decrease. 

[0109] In a case where the substrate to be used in the present invention is made of a metal such as Al or an alloy, 
the heat conductivity tends to be high. Accordingly, the above power is preferably within a range of from 30 to 1 80 mJ/ 
cm2 so that the heat applied locally does not spread to an area other than the desired area and the magnetic pattem 
is not distorted, and that the substrate is not physically damaged due to an excess energy. 

[0110] In a case where the substrate is made of a ceramic such as glass, the heat conductivity is low as compared 
with e.g. Al, and heat tends to be accumulated at an area irradiated with the pulse energy beam, and accordingly the 
power is preferably from 10 to 150 mJ/cm^. 

[01 1 1 ] In a case where the substrate Is made of a resin such as polycarbonate, heat tends to be accumulated at an 
area in^adiated with the pulse energy beam, and the melting point tends to be low as compared with e.g. glass, and 
accordingly the power is preferably within a range of from 1 0 to 120 mJ/cm^. 

[01 1 2] Further, in a case where damage of the magnetic layer, the protective layer and the lubricant layer due to the 
energy beam is worried, the power of the pulse energy beam may be decreased and the intensity of the magnetic field 
applied simultaneously with application of the pulse energy beam may be increased. For example, a magnetic field as 
strong as possible within a range of from 25 to 75% of the coercive force of the magnetic recording medium at room 
temperature is applied to decrease the irradiation energy. 

[01 1 3] Here, when irradiation with the pulse energy beam by means of the protective layer and the lubricant layer is 
carried out, it may be necessary to coat a lubricant again after Irradiation in some cases, taking e.g. damage (decom- 
position, polymerization) of the lubricant into consideration. 

[0114] The pulse width of the pulse energy beam Is preferably at most 1 ^isec. If the pulse width is longer than this, 
heat generation due to energy applied by the pulse energy beam on the magnetic recording medium tends to be 
dispersed, and the resolution tends to decrease. If the powers per pulse are the same, the heat dispersion tends to 
be small and the resolution of the magnetic pattern tends to be high when the medium is irradiated with an intense 
energy at once with a short pulse width. It is more preferably at most 100 nsec. Within the above range, a magnette 
pattem having a high resolution tends to easily be fonned even if a substrate having a relatively high heat dispersion, 
made of a metal such as Al, is used. To fomn a pattem having a minimum width of at most 2 jtm, the pulse width Is 
preferably at most 25 nsec. Namely, when the resolution is emphasized, the pulse width is preferably as short as 
possible. Further, the pulse width is preferably at least 1 nsec, because it is preferred to keep the magnetic layer heated 
until the flux reversal is completed. 

[01 15] Here, as one type of the pulse laser, laser capable of generating ultrashort pulses at a picosecond or femto- 
second level at a high frequency, such as mode lock laser, may be mentioned. During inradiation with ultrashort pulses 
at a high frequency, the magnetic layer is not irradiated with the laser beam, in an extremely short time between 
ultrashort pulses, however, said time is extremely short, and accordingly the heated area does not substantially cooled. 
Namely, an area which is once heated to at least the Curie temperature Is kept to be at least the Curie temperature. 
[0116] Accordingly, In such a case the continuous Irradiation period (continuous in-adiation period Including the time 
when the magnetic layer is not irradiated with the laser beam between ultrashort pulses) is taken as one pulse. Further, 
the integrated value of the irradiation energy amount during the continuous irradiation period is taken as a power per 
pulse (mJ/cm2). 
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[0117] Preferably, homogenization treatment of the intensity distribution is preliminarily applied to the energy beam, 
whereby distribution of the heating state in the irradiated area can be decreased, and the distribution of the magnetic 
intensity of the magnetic pattern can be decreased. Accordingly, a magnetic pattern having a high homogeneity of the 
signal intensity can be formed when the signal intensity is read by using a magnetic head. 

[0118] As the homogenization treatment of the intensity distribution, the following treatments may be mentioned. 
Namely, the intensity distribution is homogenized by using a homogenizer or a condenser lens, or the energy beam 
having a small Intensity distribution alone is transmitted by means of a shading plate or a slit and the energy beam 
may be amplified as the case requires. 

[0119] It Is preferred to subject the energy beam to optical resolution once and then to get the resolved beams 
together to carry out a homogenization treatment, whereby the energy beam can be used without waste and the effi- 
ciency is high. In the present invention, for heating the magnetic layer, It is preferred to irradiate the magnetic layer 
with a high intensity energy beam in a short period of time, and accordingly it is preferred to use the energy without 
waste. 

[01 20] In the present invention, preferably the magnetic layer Is irradiated with the energy beam by means of a mask 
for local heating. If a mask is formed once, a magnetic pattern having any shape can be formed on the medium, and 
accordingly a complicated pattern or a special pattern which has been difficult to form by a conventional method can 
easily be formed. 

[0121] For example, in a phase servo system of a magnetic disk, a linear magnetic pattern inclined relative to the 
radius and the track from the inner circle toward the outer periphery may be used. Such a pattern which is continuous 
in the radius direction or a pattern Inclined relative to the radius has been difficult to fomri by a conventional servo 
pattern forming method of recording a servo signal per every track while rotating the disk. According to the present 
invention, such a magnetic pattern can easily be fomied in a short period of time by one irradiation without complicated 
calculation or complicated apparatus constitution. 

[0122] The mask does not has to cover the entire magnetic disk, and it may have a size covering a repeating unit of 
the magnetic pattern, and it may be moved for use. Accordingly, the mask can also be prepared easily at a low cost. 
[0123] The mask may be one which forms gradation intensity distribution of energy beam on the surface of the 
magnetic disk by changing the intensity distribution of the energy beam correspondingly to the magnetic pattern to be 
formed. A photomask having a transmission portion transmitting energy beam con-esponding to the pattern, or a holo- 
gram mask on which hologram imaging a specific pattern on the medium is recorded, may, for example, be mentioned. 
By using such a mask, a plurality of magnetic patterns or a magnetic pattem having a large area can be fomned at 
once, whereby the magnetic pattern forming step can be carried out easily In a short period of time. It is prefen-ed to 
use a hologram mask since a sharp and clear pattern can easily be formed even if the distance between the mask and 
the medium is adequately long, and the photomask is preferred since It can easily be prepared at a low cost. 
[0124] The material of the mask is not particularly limited, however, when the mask is constituted by a non-magnetic 
material in the present invention, a homogeneously clear magnetic pattern can be formed regardless of the pattern 
shape, and a homogeneous and intense reproducing signal can be obtained. 

[01 25] In a case where a mask containing a ferromagnetic material is used, the magnetic field distribution is disturbed 
due to magnetization, such being unfavorable. From the properties of thefen^omagnetfe material, In a case of an inclined 
pattem shape relative to the radius direction of the magnetic disk or an arc pattern extended the radius direction, the 
magnetic domains do not adequately compete with each other at the magnetic transition portion, whereby no high 
quality signal tends to be obtained. 

[01 26] The mask is disposed between the light source of the energy beam and the magnetic layer (magnetic recording 
medium). When Importance is attached to the precision of the magnetic pattern, it is preferred that the entire or a part 
of the mask is brought into contact with the medium, whereby influence of the diffraction of the laser beam can be 
minimized, and a magnetic pattern having a high resolution can be formed. When the mask is left to stand on the 
medium for example, due to swell at a level of several nm on the surface of the medium, there are a portion which is 
in contact with the medium and a portion which is not. However, the pressure applied to the mask and the medium is 
at most 100 g/cm^ so that no indentations are fomied on the medium or the medium is not damaged. 
[01 27] However, it is preferred to provide a space between the mask and the medium at least in the region on which 
a magnetic pattem is formed on the medium, so as to minimize the flaws or scars, whereby damages or flaws of the 
mask or the medium due to inclusion of e.g. dusts can be suppressed. 

[0128] Further, particularly in a case where a lubrteant layer is provided before formation of the magnetic pattern, it 
is preferred to provide a space between the mask and the medium so as to minimize attachment of the lubricant to the 
mask. 

[0129] A method of maintaining the space between the mask and the magnetic recording medium at the region on 
which the magnetic pattern is formed, may be any method capable of maintaining them at a certain distance. For 
example, the mask and the medium may be held by a specific apparatus to maintain a certain distance. Othenwise, a 
spacer may be inserted between the two at an area other than the region on which the magnetic pattem is formed, or 
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a spacer may be incorporated in the mask itself. 

[0130] It is preferred to provide, between the mask and the magnetic recording medium, a spacer at the periphery 
portion and/or inner circle portion of the region on which the magnetic pattern is formed on the medium, whereby an 
effect to repair the swell on the surface of the magnetic recording medium may be generated, and the precision of the 
magnetic pattern fomnation tends to increase. , 

[0131] A mask having a plurality of transmission portions fomried thereon corresponding to the magnetic pattern to 
be fonmed Is prepared, and the magnetic layer is in-adiated with the laser beam through the mask. When the magnetic 
layer Is irradiated in the block to form magnetic patterns for plural tracks or plural sectors by using laser beam having 
a large diameter or an elliptic shape which is long in a lateral direction, the recording efficiency significantly increases, 
and the problem is overcome that the servo recording time increases along with Increase in the capacity in the future. 
[01 32] The photomask may be any mask having a transmission portion corresponding to the desired magnetic pattern 
and a non-transmission portion, and the desired transmission portion and non-transmission portion can be formed by 
sputtering a metal such as Cr on a transparent base made of e.g. quartz glass or soda lime glass, and coating a 
photoresist thereon, followed by etching or the like. In such a case, the portion having a Cr layer fomried on the base 
is the energy beam non-transmission portion and the portion of the base alone is the transmission portion. 
[0133] It is preferred to impart non -reflective coating on the both sides or one side of the mask. The non-reflective 
coating on the side of the energy source decreases influence by the reflected wave over the optical component, and 
makes the energy applied to the disk homogeneous consequently, and whereby a stable magnetic pattem can be 
obtained. The non-reflective coating on the side close to the disk decreases interference fringe caused In a case where 
the disk and the mask are not parallel or in a case where the disk/mask plane is not perpendicular to the optbal axis, 
whereby a stable magnette pattern can be fonned. It is prefen-ed to make the reflective power at most 3%, particularly 
preferably at most 1 %, by the non-reflective coating particularly on the side close to the disk. Further, the non-reflective 
coating may be imparted before fomnation of the layer of e.g. Cr, or may be imparted in the final step after the etching 
is carried out to fomn the pattern of the mask. 

[0134] The mask thus formed usually has concaves and convexes, and the convex portions do not transmit the 
energy beam, and the convex portions are put in the vicinity of the medium or approximately contacted with the medium. 
Otherwise, after such a mask is fonmed, a material which is transparent to the energy beam Is embedded in the concave 
portions to flatten the surface to be approximately contacted with the medium. 

[01 35] The material of the spacer is preferably a hard one. Further, it is preferably one which is not magnetized since 
an external magnetic field is employed for pattern formation. Preferred Is a metal such as stainless or copper, or a 
resin such as potyimide. The height may be optional, but is usually from several nm to several hundreds ^tm. 
[0136] When an external magnetic field is applied simultaneously with heating, it Is preferred to apply the external 
magnetic field to the plurality of transmission portions on the mask at the same time. 

[0137] The minimum space between the mask and the magnetic recording medium is preferably at least 0.1 |xm, 
whereby damage or flaws of the mask or the magnetic recording medium due to inclusion of e.g. dusts can be sup- 
pressed. Namely, when the space is at least 0.1 ^xm, unexpected contact of the mask with the area on which the 
magnetto pattem is formed, due to the swell on the surface of the medium, can be prevented. Accordingly, such a 
problem can be avoided that the heat conductivity of the medium at the contact portion changes, and the magnetizabllity 
at said portion alone specifically changes, whereby no desired magnetic pattem can befomied. It is more preferably 
at least 0.2 nm. However, the space is preferably at most 1 mm, whereby the diffraction of the energy beam can be 
made small, and such a problem can be avoided that the magnetic pattern tends to be unclear 
[0138] For example, in a case where a pattem of 2 x 2 p.m (a pattem alternately having transmission portions of 2 
p,m and non-transmission portions of 2 {im) formed on a photomask is printed on the medium by means of an exclmer 
laser (248 nm), it is necessary to maintain the distance between the mask and the medium to at most at a level of from 
25 to 45 p.m. If the distance Is larger than this, the pattern of light and shade of the laser beam tends to be unclear due 
to diffraction phenomenon. In a case of a pattern of 1 x 1 jim (a pattern alternately having transmission portions of 1 
jun and non-transmission portions of 1 ^m), the distance is at most at a level of from 1 0 to 1 5 |im. 
[0139] In the case of using a photomask, the distance between the photomask and the medium is preferably as short 
as possible within the above range, since the magnetic pattern tends to be unclear due to wraparound of energy beam 
if a distance is longer. To overcome this problem to obtain a clearer pattern, a thin transmission portion which acts as 
a diffraction grating may be formed, or a means which acts as a half-wave plate may be provided, on the outside of 
the transmission portion of the mask, to counteract the wraparound light by interference. 

[0140] On the other hand, in a case of using a hologram mask, the distance between the mask and the plane on 
which the pattern is imaged corresponding to the hologram is preliminarily detennlned, and accordingly the space 
between the mask and the medium is adjusted so as to achieve said distance. Here, the mask and the medium can 
be put close to each other by using a prism. 

[0141] A magnetic layer may be formed on each side of the magnetic disk in some cases, and in such cases, the 
magnette pattern formation of the present invention may be successively earned out on each side, or the magnetic 
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pattern formation may be carried out on both sides at the same time by disposing a mask, an energy irradiation system 
and a means of applying external magnetic field on each side of the magnetic disk. 

[0142] In a case where at least two magnetic layers are formed on one side and different patterns are formed on the 
magnette layers respectively, each layer may be individually heated by focusing the energy beam for irradiation on 
each layer, to form an individual pattern. 

[0143] To form a magnetic pattern, It is preferred to provide, between the light source of the energy beam and the 
mask or between the mask and the medium, a shading plate capable of partially shading the medium from the energy 
beam at a region which should not be irradiated with the energy beam, to prevent re- irradiation of the energy beam. 
[0144] The shading plate may be one which transmits no energy beam having a wavelength to be employed, and 
which reflects or absorbs the energy beam. However, if it absorbs the energy beam, it tends to generate heat and may 
influence the magnetic pattern, and accordingly it is preferably one having a good heat conductivity and a high reflec- 
tivity. A metal plate of e.g. Cr, Al or Fe may, for example, be mentioned. 

[01 45] Further, reducing Imaging technique may be employed in the optical system. A patterned energy beam having 
an intensity distribution con-esponding to the magnetic pattern to be formed is reduced to form an Image on the surface 
of the medium. By this technique, the precision of the magnetic pattern may not be limited due to the alignment precision 
or the patterning precision of the mask, and a finer magnetic pattern can be fomned with a high precision, as compared 
with a case where the energy beam is narrowed down by an objective lens and then transmitted through a mask, i.e. 
a case of proximity exposure. Further, the mask and the medium are distant from each other, whereby the influence 
of dusts on the medium tends to be small. Hereinafter this technique may sometimes be referred to as reducing image 
technique (imaging optical system). 

[0146] The energy beam emitted from a light source changes the Intensity distribution via a mask, and is reduced 
to form an image on the surface of the medium by means of an imaging means such as an imaging lens. Here, the 
Imaging lens may be referred to as a projection lens, and the reducing Imaging may be refen-ed to as reducing projection. 
[0147] The mask may be one which fomrjs shading (gradation) of the energy beam on the medium depending upon 
the magnetic pattern to be formed. For example, a photomask having energy beam transmission portions and non- 
transmission portions corresponding to the pattern formed thereon or a hologram mask on which hologram for imaging 
a specific pattem on the medium is recorded may, for example, be mentioned. 

[0148] In the present technique, an Imaging means is provided between the mask and the medium. Conventionally, 
when the medium is irradiated with the energy beam in such a state that the medium and the photomask are contacted 
with each other, the mask may absorb the energy beam and heated depending upon the material, and the temperature 
on the surface of the medium contacted with the mask is raised, whereby no clear magnetic pattem may be formed. 
However, these problems can be overcome according to the present invention. 

[01 49] Namely, with respect to the medium plane on which the magnetic pattem is fomned, the difference in temper* 
ature as between during irradiation with the pulse energy beam and not Is preferably significant, to increase the contrast 
of the pattern or to increase the recording density. Accordingly, the temperature of the medium plane is preferably at 
a level of at most room temperature when the medium is not irradiated with the pulse energy beam. The room tem- 
perature is at a level of 25''C. 

[01 50] Further, it is preferred that the energy beam is transmitted through a condenser lens before the mask, whereby 
the intensity distribution of the energy beam can be homogenized, and the energy beam can efficiently be collected 
on the imaging lens. 

[0151] The reducing imaging technique can be applied to a magnetic pattern having any size or shape so long as 
the beam diameter of the energy beam and the external magnetic field intensity pemnit, but the effect is higher when 
the magnetic pattem is finer. When the minimum width of the magnetic pattem Is at most 2 pxn, the alignment of the 
medium and the mask tends to be particularly difficult, and accordingly the application effect of the present technique 
tends to be high. The minimum width is more preferably at most 1 \vm. Here, the minimum width of the pattern of the 
present Invention is the shortest length in a pattem. It is the short side in a case of a pattern of a tetragon, it is the 
diameter in a case of a circle, and it is the short diameter in a case of an ellipse. 

[0152] There is no lower limit of the pattem to be fomied, and a fine pattern at a level of the wavelength limitation of 
the energy beam can be formed theoretically. For example, it is at a level of hundred nm by e.g. an excimer laser. 
[0153] Further, according to the present technique, a finer magnetic pattern can be fonned by reducing Imaging, 
whereby the effect is significant when this technique is applied to formation of the pattern for control to be used for 
control of the data recording/reproducing head. 

[0154] According to the present technique, a high precision servo pattern or standard pattem can be obtained, and 
accordingly the present technique is effective when applied to a high density medium such as one having a track 
density of at least 40 kTPI. 

[0155] Further, also in a case where a magnetic pattern which extends slantly relative to the running direction of the 
magnetic head is included, the signal intensity can be made strong according to the present invention, such being 
highly prefen-ed. 
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[0156] This is because an adequate magnetic field can be applied to a desired region in a desired direction without 
disturbance of the magnetic field direction from the external magnetic field. A pattern having an oblique angle to the 
running direction can hardly be recorded by a magnetic head. Further, according to a magnetic printing method using 
a master carrier equipped with a ferromagnetic layer, as disclosed In JP-A-1 0-40544 (European Patent No. 915456), 
it is possible to carry out recording, but only a pattern having a weak signal intensity can be formed. 
[01 57] Namely, with respect to an inclined pattern, the direction of the magnetic field for flux reversal is perpendicular 
to the gap formed by the ferromagnetic layer of the master carrier, and no desired magnetization direction can be 
obtained. As a result, the flux reversal direction is not completely opposite to the initial magnetization direction, whereby 
no adequate flux reversal pattern can be formed, and no high signal intensity tends to be obtained. 
[0158] The inclined pattern may, for example, be a pattern inclined relative to a standard line, where the standard 
line is a direction at right angles to the head running direction. The inclination 0 from the standard line Is preferably 
within ±45**, whereby an adequate signal as a servo signal can be obtained. Accordingly, the present invention Is 
parttcularty suitable for an Inclined pattern of e.g. the phase servo signal. 

[0159] A magnetic pattem having a high reproducing signal and having a small full width at half maximum of the 
isolated pulse can be formed by optimizing the above conditions. Namely, a pattem having a small magnetic transition 
width, having an extremely steep magnetic transition at the boundary of magnetic domains and having a high quality 
of the reproducing signal can be formed. Under selected conditions, the magnetic transition width can be at most 1 
p.m, and further, it can be at most 0.5 ^im or at most 0.3 ^im. 

[01 60] Further, the method of the present invention Is favorable also from the viewpoint that the laser beam Intensity 
can be suppressed low, as compared with a conventional method of forming a concave/convex pattern by a laser 
beam, and the flying/contact head will not be unstable since there is no concave or convex. 
[0161] Preferably, the surface roughness Ra of the medium Is at most 3 nm, and the swell Wa is at most 5 nm. 
[0162] Here, on the magnetic recording medium, a region to be used forflying and descending of the head is usually 
provided In the innennost circle or the outermost circle. For example, in a case of a magnetic disk of a CSS (contact 
start and stop) system has a CSS zone in addition to the user data recording portion. A magnetic disk of load/unload 
system wherein the head parks on ramp when the magnetic recording apparatus is stopped, has a landing zone of the 
head. 

[0163] The CSS zone and the landing zone are not used for Information recording itself, and usually no magnetic 
pattem for control has to be fonned thereon. Accordingly, the magnetic pattem for controlling may not be formed. 
[01 64] In a case where the protective layer or the lubricant layer may be impaired due to irradiation with the energy 
beam, it is preferred not to irradiate the CSS zone or the landing zone. On the contrary, it is well-influenced by irradiation 
with the energy beam such that the binding of the lubricant becomes well, it is preferred to carry out irradiation. However, 
this is considered to vary depending upon the type or the thickness of the protective layer and the lubricant layer, the 
shape of the protrusions in the CSS zone and the like. 

[0165] In the case where the above zone is not to be irradiated with energy beam, the above zone may be shielded 
from the energy beam by means of a shielding plate or the non-transmission portion of the mask, or the irradiation 
position of the energy beam may be adjusted so that the zone is not irradiated. 

[0166] In a case where the zone Is in-adlated with the energy beam, the zone Is inradiated through the transmission 
portion of the mask, or said zone may not be covered with the mask on purpose. 

[0167] Now, the constitution of the magnetic recording medium of the present invention will be explained below. 
[01 68] The substrate of the magnetic recording medium of the present invention is required not to vibrate even when 
it is rotated at high speed during high speed recording and reproducing, and usually a hard substrate is used. The 
substrate thickness is usually preferably at least 0.3 mm to obtain an adequate rigidity so that the substrate does not 
vibrate. However, too thick substrate is unfavorable to make the magnetic recording apparatus thin, and accordingly 
it is preferably at most 3 mm. An Al alloy substrate consisting essentially of Al, such as Al-Mg alloy, a Mg alloy substrate 
consisting essentially of Mg, such as Mg-Zn alloy, a substrate made of a conventional soda glass, alumlnosillcate type 
glass, amorphous glass, silicon, titanium, ceramic or resin, or a substrate made of the combination thereof, may, for 
example, be employed. Particularty preferred is an Al alloy substrate, a substrate made of glass such as an amorphous 
glass in view of strength, or a substrate made of a resin in view of cost. 

[0169] The present invention is effective when applied to a medium having a hard substrate. With a conventional 
magnetic printing method, the contact of the medium having a hard substrate with the master disk tends to be Inade- 
quate, and accordingly scars or flaws are likely to fonm, or the boundary between the magnetic domains printed tends 
to be unclear, whereby the PW50 tends to be broad. However, in the present invention, the mask and the medium are 
not pressed, whereby a good pattern with a narrow PW50 can be fonned even with a hard substrate. Accordingly, the 
present Invention Is particularty effective when applied to a medium having a substrate on which cracks are likely to 
be fonned, such as a substrate made of glass. 

[0170] In a step of producing the magnetic disk, usually the substrate is cleaned and dried first, and also in the 
present invention, it is preferred to clean and dry the substrate before f onnation of layers from a viewpoint of securing 
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adhesion of the layers. 

[0171] In production of the magnetic recording medium of the present invention, a metal layer of e.g. NiP or NiAl 
may be formed on the surface of the substrate. 

[0172] In the case where a metal layer is formed, as the fomriing means, a method to be used for formation of thin 
5 film, such as electroless deposition, sputtering, vacuum deposition or CVD method, may be employed. In a case of a 
substrate made of an electrically conductive material, electrolytic deposition may be employed. The thickness of the 
metal layer is preferably at least 50 nm. However, it Is preferably at most 20 \irr\ taking productivity of the magnetic 
disk medium into consideration. It is more preferably at most 10 p.m. 

[01 73] Further, the region on which the metal layer is formed is preferably the entire substrate surface, however, the 
10 metal layer may be fonned on a part such as a region to which texturing is applied. 

[0174] Further, concentric texturing may be applied to the surface of the substrate or to the surface of the substrate 
having a metal layer fonned thereon. In the present invention, the concentric texturing is mechanical texturing using 
free abrasive grains and a texture tape, texturing utilizing the laser beam, or a combination thereof, to polish the sub- 
strate in a circular direction to form a large number of fine grooves on the substrate circular direction. 
[0175] In general, the mechanical texturing is canried out to obtain longitudinal anisotropy of the magnetic layer. It is 
not necessary to apply the mechanical texturing in a case where a longitudinal isotropic magnetic layer is wanted. 
[0176] Further, the texturing utilizing e.g. the laser beam is usually carried out to obtain good CSS (contact start and 
stop) properties, it is not necessary to apply the texturing in a case of the magnetic disk apparatus of load/unload 
system wherein the head parks on ramp when the apparatus is not operated. 

[0177] As the free abrasive grains to be used for the mechanical texturing, preferred are diamond abrasive grains, 
particularly ones having their surface subjected to a graphite treatment. As the abrasive grains to be used for mechanical 
texturing, alumina abrasive grains are widely used also. However, diamond abrasive grains show excellent properties 
from a viewpoint of the longitudinal oriented medium such that the magnetic easy axis are orientate along the texturing 
grooves. 

25 [0178] It is effective that the head flying height is as small as possible to realize a high density magnetic recording, 
and one of the properties of the substrate is an excellent surface smoothness, and accordingly the roughness Ra on 
the substrate surface is preferably at most 2 nm, more preferably at most 1 nm, particularly preferably at most 0.5 nm. 
Here, the substrate surface roughness Ra is a value obtained by measuring the roughness by means of a feeler type 
surface roughness meter with a measurement length of 400 p.m, and calculating the measured value in accordance 

30 with JIS B0601 . Here, as the pointer for measurement, one having a radius at the tip of about 0.2 \im may be used. 
[0179] On the substrate, e.g. a base layer may be fonned between the magnetic layer and the substrate. The base 
layer is formed with a purpose of making crystals fine and controlling the orientation of the crystal face, and preferred 
is one consisting essentially of Cr. 

[0180] As a material of the base layer consisting essentially of Cr, in addition to pure Cr, e.g. an alloy having one or 
35 at least two elements selected from the group consisting of V, Ti, IS/lo, Zr, Hf, Ta, W, Ge, Nb, SI, Cu and B added to Cr, 
or chromium oxide may also be mentioned with a purpose of crystal matching with the recording layer. 
[0181] Particularly preferred is pure Cr or an alloy having one or at least two elements selected from the group 
consisting of Ti, Mo, W, V, Ta, Si, Nb, Zr and Hf added to Cr. The optimum content of such second or third element 
varies depending upon each element, but usually it is preferably 1 to 50 atomte%, more preferably from 5 to 30 atomfe%, 
40 furthermore preferably from 6 to 20 atomic%. 

[0182] The thickness of the base layer is not partlculariy limited so long as it is adequate to obtain the anisotropy. It 
is preferably from 0.1 to 50 nm, more preferably from 0.3 to 30 nm, furthennore preferably from 0.5 to 10 nm. When 
the base layer consisting essentially of Cr is fonned, the substrate may be heated or not. 

[0183] On the base layer, a soft magnetic layer may be provided in some cases between the base layer and the 
45 recording layer. The soft magnetic layer is effective particulariy for a keeper medium wherein the magnetic transition 
noise is low or a perpendicular recording medium wherein the magnetic domains are perpendicular to the plane of the 
medium. 

[0184] The soft magnetic layer may be one having a relatively high magnetic pemneability and having a small loss, 

and preferred Is NiFe or an alloy having e.g. Mo added thereto as a third element. The optimum magnetic permeability 
so significantly varies depending upon the properties of the recording layer or the head to be utilized for recording of data, 

but the maximum magnetic permeability is preferably at a level of from 1 0 to 1 ,000,000 (H/m) on the whole. 

[0185] Otherwise, an intennediate layer may be provided on the base layer consisting essentially of Cr as a case 

requires. For example, it is preferred to provide a CoCr type intennediate layer since it tends to be easy to control the 

crystal orientation of the magnetic layer. 
55 [0186] Then, a recording layer (magnetic layer) is formed, and between the recording layer and the soft magnetic 

layer, a layer made of the same material as the base layer or another non-magnette layer may be Inserted. When the 

recording layer is fonned, the substrate may be heated or may not be heated. 

[0187] As the recording layer, a Co alloy magnette layer, a rare earth type magnetic layer represented by TbFeCo, 
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or a multi-layer of a transition metal and a noble metal, represented by a multi-layer of Co and Pd, may. for example, 
be used preferably. 

[0188] As the Co alloy magnetic layer, usually pure Co or a Co alloy magnetic material which is conventionally used 
as a magnetic material, such as CoNI, CoSm, CoCrTa, CoNiCr or CoCrR may be used. One having an element such 
as Ni, Cr, Ft, Ta, W or B or a compound such as SiOg further added to such a Co alloy, may also be employed. For 
example, CoCrPtTa, CoCrPtB, CoNiPt or CoNiCrPtB may, for example, be mentioned. The thickness of the Co alloy 
magnetic layer is optional, but preferred is at least 5 nm, more preferably at least 10 nm. Further, it is preferably at 
most 50 nm, more preferably at most 30 nm. At least two layers of the present recording layers may be laminated by 
means of a proper non-magnetic intemriediate layer or directly. Here, the compositions of the magnetic materials to be 
laminated may be the same or different. 

[01 89] As the rare earth type magnetic layer, one which is common as a magnetic material may be used, and TbFeCo, 
GdFeCo, DyFeCo or TbFe may, for example, be mentioned, Tb, Dy, Ho or the like may further be added to such a rare 
earth alloy. Tl, Al, or Pt may be added with a purpose of preventing deterioration due to oxidization. The thickness of 
the rare earth type magnetic layer is optional, but it is usually at a level of from 5 to 100 nm. Further, at least two layers 
of the present recording layers may be laminated by means of a proper non-magnetic intermediate layer or directly. 
Here, the compositions of the magnetic materials to be laminated may be the same or different. The rare earth type 
magnetic layer is particularly suitable for high density recording since it is an amorphous structure film and has a 
magnetization in a direction perpendicular to the plane of the media, and the method of the present invention to form 
a high density and high precision magnetic pattem can more effectively be applied. 

[0190] Likewise, as the multi-layer of a transition metal and a noble metal, which is applicable to the perpendicular 
magnetic recording, one which is common as a magnetfc material may be employed, and Co/Pd, Co/Pt, Fe/Pt, Fe/Au 
or Fe/Ag may, for example, be mentioned. The transition metal and the noble metal as materials for the multi-layer are 
not necessarily pure, and may be alloys consisting essentially of them respectively The thickness of the multi-layer is 
optional but is usually at a level of from 5 to 1 ,000 nm. Further, it may be a multi-layer of at least three materials as 
the case requires. 

[0191] In the present invention, the recording layer is preferably thin. If the recording layer is thick, heat tends to be 
transmitted pooriy in the layer thickness direction when the recording layer is heated, and there is a fear that the 
recording layer may not be well magnetized. Accordingly, the thickness of the recording layer is preferably at most 200 
nm. However, it Is preferably at least 5 nm so as to maintain magnetization. 

[0192] In the present invention, the magnetic layer as the recording layer maintains magnetization at room temper- 
ature, and its magnetization may be erased when heated, or it may be magnetized by applying an external magnetk; 
field thereto simultaneously with heating. 

[0193] The magnetic layer is required to be one which maintains magnetization at room temperature and which is 
magnetized by a weak external magnetic field at an appropriate heating temperature. Further, the magnetic domains 
of the magnetk; pattern tend to be formed clearly when the difference between the room temperature and the magnet- 
ization erasure temperature is large. Accordingly, the magnetization erasure temperature is preferably high, and it is 
preferably at least 100'C, more preferably at least 150*C. The magnetization erasure temperature is In the vicinity of 
the Curie temperature (slightly lower than the Curie temperature) or in the vicinity of the compensatory temperature 
for example. 

[0194] The Curie temperature is preferably at least 100*C. If it is less than 100*C, stability of the magnetic domains 
at room temperature tends to be low. It is preferably at least 150*C. Further, it is preferably at most 700*C, since there 
is a possibility that the magnetic layer may undergo defonnation when heated at a too high temperature. 
[01 95] In a case where the magnetic recording medium is a longitudinal magnetic recording medium, it tends to be 
difficult to carry out saturation recording by a conventional magnetic printing method on the magnetic recording medium 
having a high coercive force for high density, and it tends to be difficult to fomri a magnetic pattem having a high 
magnetic field intensity, and the full width at half maximum tends to be broad. According to the present Invention, it 
becomes possible to fomn a good magnetic pattern even on such a perpendicular recording medium suitable for high 
recording density. Particulariy, when the saturation magnetization of the magnetic layer is at least 50 emu/cc, the 
influence of the diamagnetic field tends to be significant, and the effect of the present invention tends to be large. 
[01 96] A higher effect will be obtained when the saturation magnetization is at least 1 00 emu/cc. However, if it is too 
high, it tends to be difficult to form a magnetic pattern, and accordingly it is preferably at most 500 emu/cc. 
[0197] In a case where the magnetic recording medium is a perpendicular magnetic recording medium, the magnetk; 
pattem is relatively large and the unit volume of one magnetic domain is large, the saturation magnetization tends to 
be intense, and flux reversal is likely to take place by magnetic demagnetization effect, which becomes noise to dete- 
riorate the full width at half maximum. However, in the present invention, by the use of the base layer using a soft 
magnetic body, a good recording can be conducted on such a medium. 

[0198] At least two such recording layers may be provided so as to increase the recording capacity. Here, it is pre- 
ferred to interpose another layer between them. 
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[01 99] In the present invention, it is preferred to fonm a protective layer on the magnetic layer. Namely, the outermost 
layer of the medium is covered with a hard protective layer. The protective layer prevents damage of the magnetic 
layer due to Impact of the head or due to Inclusion of dust or dirt with the mask. In a case where the magnetic pattern 
forming method using a mask is applied as In the present Invention, the protective layer also functions to protect the 
medium from contact with the mask. 

[0200] Further, in the present invention, the protective layer has an effect to prevent oxidization of the heated magnetic 
layer. The magnetic layer is likely to be oxidized In general, and it is more likely to be oxidized when heated. In the 
present invention, the magnetic layer is locally heated by e.g. the energy beam, and accordingly, It is preferred to 
preliminarily form a protective layer to prevent oxidization on the magnetic layer 

[0201] In a case where a plurality of the magnetic layers are fomned, the protective layer may be formed on the 
magnetic layer which is closest to the surface. The protective layer may be formed directly on the magnetic layer or 
by means of a layer having another function as the case requires. 

[0202] Part of the energy beam is absorbed on the protective layer, and functions to heat the magnetic layer locally 
due to thermal conductivity. Accordingly, if the protective layer is too thick, there Is a fear that the magnetic pattern is 
unclear due to heat conduction, and accordingly the thickness is preferably thin. It is preferably thin also to make the 
distance between the head and the recording layer short during recording and reproducing. Accordingly, it is preferably 
at most 50 nm, more preferably at most 30 nm, furthermore preferably at most 20 nm. However, to obtain an adequate 
durability, it is preferably at least 0.1 nm. more preferably at least 1 nm. 

[0203] The protective layer may be one which is hard and having a property resistant to oxidization. A carbonic 
material such as carbon, hydrogenated carbon, nitrogenated carbon, amorphous carbon or SiC. or Si02, Zr20^, SiN 
or TiN, may, for example, be usually used. The protective layer may be made of the magnetic material. 
[0204] Particularly, in order to make the distance between the head and the magnetic layer extremely short, it is 
preferred to form a very hard protective layer thinly. Accordingly, preferred is a carbonic material protective layer from 
the viewpoint of impact resistance and lubricity, particularly preferred is diamond-like cartoon. It not only functions to 
prevent damage of the magnetic layer due to the energy beam, but also it greatly prevents damage of the magnetic 
layer due to the head. The magnetic pattern forming method of the present invention can be applied also to an opaque 
protective layer such as a carbonic material protective layer. 

[0205] Further, the protective layer may be constituted by at least two layers. It Is preferred to provide a layer con- 
sisting essentially of Cr as a protective layer directly on the magnetic layer, since the effect to prevent permeation of 
oxygen to the magnetic layer tends to be high. 

[0206] It Is preferred to further fomn a lubricant layer on the protective layer. It has a function to prevent damage of 
the medium due to the mask and the magnetic head. As a lubricant to be used for the lubricant layer, a fluorine type 
lubricant, a hydrocariDon type lubricant or a mixture thereof may, for example, be mentioned, and it may be coated by 
a conventional method such as dipping or spin coating. The layer may be formed by vapor deposition. The lubricant 
layer is preferably thin so as not to Inhibit the magnetic pattern fomriation, and it is preferably at most 10 nm, more 
preferably at most 4 nm. It Is preferably at least 0.5 nm to obtain an adequate lubricity. It is more preferably at least 1 nm, 
[0207] In a case where the medium Is irradiated with the energy beam on the lubricant layer, the lubricant may be 
coated again taking e.g. damage (decomposition, polymerization) of the lubrtoant Into consideration. 
[0208] Further, another layer may further be added to the above layer constitutions as the case requires. 
[0209] The surface roughness Ra of the medium after fomriation of the magnetic pattern is preferably maintained to 
be at most3 nm so as not to impair the running stability of the flying/contact head. Here, the medium surface roughness 
Ra is the roughness on the surface of the medium excluding the lubricant layer, and is a value obtained by measuring 
the roughness by means of a feeler type surface roughness meter (Model: Tencor P-1 2 disk profiler (manufactured by 
KLA Tencor)) with a measurement length of 400 ^im, and cateulating the measured value in accordance with JIS B0601 . 
It is more preferably at most 1 .5 nm. 

[0210] The surface swell Wa on the medium after the nnagnetic pattern fonnation is preferably maintained to be at 
most 5 nm. Wa Is the swell on the surface of the medium excluding the lubricant layer, and Is a value obtained by 
measurement by means of a feeler type surface roughness meter (Model: Tencor P-1 2 disk profiler (manufactured by 
KLA Tencor)) with a measurement length of 2 mm, and calculating the measured value In accordance with Ra calcu- 
lation. It is more preferably at most 3 nm. 

[021 1] Here, fomnation of the magnetic pattern on the magnetic recording medium thus constituted is conducted on 
the recording layer (magnetic layer). It is preferred to form the magnetic pattern by a method as described hereinafter 
after e.g. the protective layer and the lubricant layer are fomried on the recording layer. However, In a case where there 
is no fear of oxidization of the recording layer, It may be fonmed Immediately after the fomnation of the recording layer. 
[0212] As a method of fonnlng each layer of the magnetic recording medium, various methods may be employed, 
and direct current (magnetron) sputtering, high-frequency (magnetron) sputtering, ECR sputtering or physical vapor 
deposition such as vacuum deposition may, for example, be mentioned. 

[021 3] Further, as conditions during the layer formation, ultimate degree of vacuum, method of heating the substrate 
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and the substrate temperature, the sputtering gas pressure, the bias voltage and the like are optionally determining 
depending upon properties of the medium to be obtained. For example, in a case of a sputtering layer formation, it is 
usually preferred that the ultimate degree of vacuum Is at most 5x10-6 jo^r, the substrate temperature is from room 
temperature to 400*0, the sputtering gas pressure Is from 1 xlO'^ to 20x10-3 Ton-, and the bias voltage Is from 0 to 
-500V. 

[021 41 In the case of heating the substrate, heating may be conducted before fomiation of the base layer. Othenwise, 
In a case of using a transparent substrate having a low heat absorption ratio, a seed layer consisting essentially of Cr 
or a base layer having a B2 crystal structure may be formed to increase the heat absorption ratio and the substrate 
may be heated, then the recording layer and the like may be formed. 

[021 5] In a case where the recording layer is a rare earth magnetic layer, such a method Is preferred that the innermost 
circle portion and the outermost circle portion of the disk is masked firstly, and after formation of the recording layer, 
the mask is put off when the protective layer is fonned so that the recording layer is completely covered with the 
protective layer, or in a case of two protective layers, the recording layer and the first protective layer are formed while 
the disk is masked, and the mask is put off when the second protective layer Is fomned so that the recording layer is 
completely covered with the second protective layer, whereby corrosion and oxidation of the rare earth magnetic layer 
can be prevented. 

[021 6] The magnetic recording apparatus of the present invention is a magnetic recording apparatus which comprises 
at least the above-described magnetic recording medium, a drive component which drives the medium In the recording 
direction, a magnetic head comprising a recording component and a reproducing component, a means which moves 
the magnetic head relatively to the magnetic recording medium, and a recording and reproducing signal processing 
means which Inputs the signal to the magnetic head and outputs the reproducing signal from the magnetic head. 
[0217] Further, the magnetic recording medium of the present invention may be used for a magnetic recording ap- 
paratus wherein the magnette recording medium Is incorporated In an apparatus, then the above magnetic pattern Is 
reproduced by a magnetic head to obtain a signal, and using this signal as a standard, a servo burst signal is recorded 
by the magnetfc head, whereby a precise servo signal can easily be obtained. Further, when the signal recorded as 
the magnetic pattern by the present invention remains in an area which is not used as a user data area after the servo 
burst signal is recorded at the magnetic head, the position of the magnetic head can easily be returned to the desired 
position when the position of the magnetic head Is effected due to any disturbance, and accordingly the magnette 
recording apparatus wherein signals by both recording methods are present Is highly reliable. 
[0218] The magnetic recording apparatus will be explained with reference to a magnetic disk apparatus whteh Is 
typteal as the magnetic recording apparatus. 

[0219] A magnetic disk apparatus usually consists of a shaft which fixes one or plurality of magnetic disks in a skew- 
ered state, a motor which rotates the magnetic disk bonded to said shaft by means of a bearing, a magnetic head 
which Is used for recording and/or reproducing, an amn to which said head Is attached, and an actuator capable of 
moving the head to an optional position on the magnetic recording medium by means of the head amn. The head for 
recording and reproducing moves on the magnetic recording medium with a certain flying height. The recorded infor- 
mation is converted to a recording signal by means of a signal processing means, and recorded by the magnetic head. 
Further, the reproducing signal read by the magnetic head is inversed by means of the signal processing means to 
obtain a reproducing signal. 

[0220] On the disk, the Infonnation signals are recorded along the concentric tracks in sector unit. The servo patterns 
are usually recorded between sectors. The magnetic head reads the servo signals from said pattems, carries out 
tracking accurately to the center of the track, and reads information signals in the sector. It similarly carries out tracking 
after recording. 

[0221] As described above, the servo pattern which gives the servo signal is required to be particularly highly precise 
from the viewpoint that the pattem is used for tracking when infonnation is recorded. Further, the servo pattern which 
is widely used at present comprises two sets of pattems having slippage by half pitch per track, and accordingly it is 
necessary to form the pattern per half pitch of the information signal, whereby twice as high precision is required. 
[0222] However, by the conventional servo pattem fomiing method, by the influence of vibration generated due to 
difference in center of gravity between an outer pin and an actuator, the write track width is limited to the level of from 
0.2 to 0.3 |im, and the precision of the servo pattem can not catch up with the increase of the track density, and 
accordingly precision of the servo pattern becomes a barrier to Improvement in recording density of the magnetic 
recording apparatus and cost down. 

[0223] According to the present invention, a high precision magnetic pattem can efficiently be fonned, and accord- 
ingly a servo pattern can be formed with a high precision in a short period of time at a signltteantly low cost as compared 
with the conventional servo pattern fomiing method, and the track density of the medium can be increased to at least 
40 kTPI for example. Accordingly, with the magnetic recording apparatus using the present medium, It is possible to 
carry out recording with a high density 

[0224] Further, when a phase servo system is employed, a servo signal which continuously changes to the position 
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change of the head can be obtained , and accordingly there is a possibility that the track density can further be increased. 
Particularly when the magnetic pattern which gives a signal having a nan-ow full width at half maximum of the present 
invention Is used, it is possible to carry out tracking at a width of at most 0.1 fun, and It Is possible to carry out a higher 
density recording. 

5 [0225] As mentioned above, in the phase servo system, a magnetk: pattern inclined relative to the radius, whfeh 
linearly extends from the inner circle to the outer circle, is used. Particularly in a servo magnetic pattern for tracking or ^ 
a standard magnetic pattern for writing a servo pattern, linear magnetic pattems which form an angle of 90' with the 
relative movement direction of the magnetic head and an angle of 90*±G** (0<G^45) are used. Namely, in a case of a 
magnetic disk, a linear pattern in a radius direction and a linear pattern inclined at within ±45* relative to the above 

10 pattern, are used. Such pattern which Is continuous in a radius direction and inclined pattern have been difficult to form 
by the conventional servo pattern fonning method of recording servo signals per track while rotating the disk, and 
complicated calculation and constitution have been required. 

[0226] However, according to the present invention, once a mask corresponding to the shape is prepared, Inclined 
linear patterns {0=35*) as illustrated in FIG. 2, for example, can easily be formed only by mask exposure at a desired 

IS position on the disk, and accordingly a medium having magnetic pattems having extremely high precision to be used 
for phase servo system can easily be prepared In a short period of time at a low cost. Consequently, a phase servo 
system magnetic recording apparatus with which a high density recording can be carried out, can be provided. 
[0227] Further, by the above magnetic pattern forming method, magnetic patterns comprising at least two linear 
pattems which fonm angles of (90±ei) degree and (90±e 2) degree (wherein Gi>G2, 0<Q^^45 and 0^62<45), respec- 

20 tively, with the relative movement direction of the magnetic head, and which satisfy the formula: 

P(90±ei)/P(90± e2)^0.9Xcos (61-62) 

25 where P(90±ei) and P(90±62) are outputs of isolated pulses of the reproducing signals of the linear pattems, can be 
formed. 

[0228] In a case where two linear patters wherein ei=35* and 62=0'* are drawn, for example, ei=35' means a pattern 
inclined by 55' from the head running direction , and 62=0'* means a pattern inclined by 90' relative to the head running 
direction, i.e. a pattem at right angles therewith. 

30 [0229] In the case where Gi=35» and 62=0" for example, P(55*)/P(90«)^0.9xcos(35»)=0.9x0.81 9=0.737, and ac- 
cordingly the output of the linear pattem of 55** has to be at least about 74% of the output of the linear pattem of 90". 
[0230] Here, the cos(35*) is the azimuth loss of the output when the linear pattern having an inclination of 55* is 
reproduced while moving the magnetic head in a usual track direction. Namely, the above formula means that a linear 
pattem having any inclination Is formed so that the reproducing signal Is about the same level when the azimuth loss 

35 Is subtracted. Namely, also In a case where the magnetic pattern for control is an inclined linear pattem, an output of 
at least predetemnined level can be obtained, whereby the position precision of the magnetic head can be increased. 
[0231] Here, in the case of the magnetic disk, the linear pattems are usually formed approximately radially in a radius 
direction, and may be somewhat curved corresponding to the movement direction of the head. 
[0232] By the above-described conventional magnetic printing method, it tends to be difficult to form such inclined 

40 linear pattems. 

[0233] For example, JP-A-50-60212 (U.S. Patent No. 3.869,711) discloses a technique of magnetic printing on a 
tape and a disk by means of a master tape and a master disk obtained by using a soft magnetic material having a high 
magnetic permeability as a shield material, and discloses a so-like servo pattern as a pattern which can be magnetically 
printed on the tape medium. 

45 [0234] It is certain that such a magnetic pattem can be formed, however, for a high coercive force medium having 
a coercive force of at least from 2,000 to 2.500 Oe, it is required to use, as a ferromagnetic body (shield material) for 
pattem of the master disk, a soft magnetic body having a high saturation magnetic flux density such as permalloy or 
Sendust, in order to secure the magnetic field intensity for printing. 

[0235] However, in such a case, with respect to the pattern Inclined relative to the running direction, it is possible to 

so carry out recording, but only a pattern having a weak signal Intensity can be formed. 

[0236] Namely, with an inclined pattern, the magnetic field of the flux reversal is in a direction perpendicular to the 
gap made by the soft magnetic body of the master disk, whereby the magnetization cannot be inclined in a desired 
direction. As a result, the magnetic domains hardly face each other on a line, whereby no magnetfc pattem having a 
narrow magnetic transition width can be formed. 

S5 [0237] The reproducing output of such a magnetic pattem significantly decreases more than the azimuth loss, relative 
to the pattern which forms an angle of 90* with the running direction of the magnetic head. Further, the full width at 
half maximum is broader than the full width at half maximum of the pattem fomned by the method of the present 
Invention, and there are many errors as the position infomnation of the sen^o. 
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[0238] As an experimental example, a magnetic pattem (0 =35*) as illustrated in FIG. 2 was formed by the magnetic 
printing method as disclosed In JP-A-50-60212, whereupon P(55")/P{90')=0.6, and it did not exceed 0.737. On the 
other hand, with respect to the pattern fonned by the method of the present Invention, it was 0.87 and exceeded 0.737 
and satisfied the above formula. 

[0239] The magnetic recording medium having the magnetic pattem for control preliminarily formed as mentioned 
above and the magnetic recording apparatus having said magnetic recording medium incorporated have high precision 
servo signal. Otherwise, the apparatus has a high precision standard signal, and accordingly a high precision servo 
signal can be written in the apparatus based on said standard signal. 

[0240] As the magnetic head, a thin film head, a MR head, a GMR head or a TMR head may, for example, be used. 
[0241] By constituting the reproducing component of the above magnetic head by a MR head, an adequate signal 
intensity can be obtained even with a high recording density, whereby a magnetic recording apparatus with a higher 
recording density can be realized. ^ 

[0242] Further, when this magnetic head is made to fly with a height lower than a conventional one with a flying 
height of at least 0.001 jim and less than 0.05 ^m, the output improves, a high apparatus S/N can be obtained, and 
accordingly a magnetic recording apparatus having a large capacity and a high reliability can be provided. 
[0243] Further, the recording density can further be improved when a signal processing circuit by a maximum likeli- 
hood decording method is combined, and an adequate S/N can be obtained in a case of recording and reproducing 
with a recording density of at least 3G bit per square Inch, at a line recording density of at least 250 kFCI at a track 
density of at least 1 3 kTPI. 

[0244] Further, by using, as the reproducing component of the magnetic head, a GMR head consisting of plurality 
of electrically conductive magnetic layers which generate a significant change in resistance due to relative change of 
the respective magnetic directions by the external magnetic field and electrically conductive non-magnetic layers in- 
terposed between the electrically conductive magnetic layers, or a GMR head utilizing a spin/bulb effect, the signal 
Intensity can further be increased, and it becomes possible to realize a highly reliable magnetic recording apparatus 
having a linear recording density of at least 350 kFCI with a recording density of at least 10G bit per square inch. 
[0245] Now, the present Invention will be described In further detail with reference to Examples. However, it should 
be understood that the present Invention is by no means restricted to such specific Examples. 
[0246] Here, in the following Examples, the full width at half maximum of an isolated pulse of the reproducing signal 
and the output were evaluated as follows. 

[0247] Namely, a magnetic disk was rotated at a number of revolutions of 4,200 rpm, and the output was carried out 
by a MR head with a read width of 0.9 pun. In the obtained reproducing signal wavefomi, the 0-to-peak value was taken 
as the maximum output. The pulse width at an output which is 50% of the maximum output was taken as a full width 
at half maximum. To secure the reliability, the average value of continuous 10 pulses was employed. 

EXAMPLE 1 

[0248] An aluminosllicate type glass substrate having a diameter of 2.5 inches was cleaned and dried, and on the 
substrate, 60 nm of NIAI, 1 0 nm of Cr94Mo6, 20 nm of CoyeCr^aPteTaa as a recording layer, and 5 nm of carbon (diamond- 
like carbon) as a protective layer were formed at an ultimate degree of vacuum of 1 x 1 0-7 Torr at a substrate temperature 
of 350**C at a bias voltage of ~200V under a sputtering gas pressure of Ar of 3x 1 0-^ Torr. The surface roughness Ra 
was 0.5 nm and the swell Wa was 0.8 nm. On the substrate, a fluorine type lubricant as a lubricant layer was coated 
In a thickness of 1 .5 nm, followed by baking at 1 00*C for 40 minutes to obtain a longitudinal magnetic disk for recording 
having a coercive force of 3,300 Oe at room temperature with a saturation magnetization of 310 emu/cc. The Curie 
temperature of the recording layer was 330'C. 

[0249] To fomn a magnetic pattern, an electromagnet was constituted so that the magnetic field direction Is the same 
as the rotation direction of the disk, and the magnetic field was applied with an intensity of about 1 0 kOe (about 1 0 

KG) to homogeneously magnetize the disk plane. 

[0250] Then, the magnetic disk was left to stand on a Cr mask having a transmission/non-transmission pattem as 

described hereinafter by means of a spacer having a thickness of 30 ^im, and the angle was adjusted so that the pattern 

position of the mask was on the center of the spot of the laser, and the entire disk plane was irradiated with an excimer 

pulse laser beam having a wavelength X of 248 nm under such conditions that pulse width: 25 nsec, power: 80 mJ/ 

cm2, spot: 10 mm x 30 mm (the size of l/e^ of the peak energy), and frequency: 10 Hz, and at the same time, an 

external magnetic field was applied by a permanent magnet in a direction opposite to the direction of the preliminary 

homogeneous magnetization to make an attempt to fomn a magnette pattern. 

[0251] The external magnetic field during heating was changed to 1 .2 KG, 1 .6 KG and 2.1 KG. 

[0252] The Cr mask comprises a glass sheet and a Cr layer in a thickness of about 20 nm fonned on the glass sheet, 

and transmission portions having no Cr layer formed on the glass sheet are formed in an area within a portion at a 

radius of 15 mm to a portion at a radius of 30 mm. On the transmission portions, linear pattem lanes at an angle of 
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90** relative to the head running direction (6 =0**, lines and spaces with a width of 2 p.m) and linear pattern lanes having 
an angle of 55** (6=35°, lines and spaces with a width of 2 \m) are alternately formed In a circle direction every disic 
center angle of S*. The former make a synchronous pattern and the latter make a phase servo pattem to detect the 
position information in a radius direction from the change of the phase. The convex portions are non-transmission 
portions and the concave portions are transmission portions, and the convex portions are closer to the disk. 
[0253] In FIG. 5 is shown a schematic drawing illustrating a magnetic pattem fonming apparatus of Example 1 . On 
a turn table 6 fixed on a rotatable spindle 8, a mask 2 having a desired pattern fomied thereon and a magnetic disk 1 
are mounted by means of an inner spacer 10 and an outer spacer 11 and fixed to a fixation portion 5 for mask by e.g. 
screwing, followed by vacuum absorption by means of a groove 7 for fixing disk. This assembly is irradiated with laser 
beam 4 through a shading plate 3. The beam shape of the laser beam 4 becomes approximate fan shape after it is 
transmitted through the shading plate 3, and the laser beam reaches the mask 2, and the disk 1 is irradiated with the 
laser beam correspondingly to the pattem shape. Here, fine concaves and convexes are formed on the mask 2 cor- 
respondingly to the pattem to be fomned, although they are not shown. Here, numeral 9 indicates an extemal magnetic 
field application magnet. 

[0254] The optical system for laser irradiation is shown in FIG. 4. The laser beam emitted from a laser light source 
is transmitted through a programmable shutter, and then is transmitted through an attenuator, a collimator lens which 
enlarges the beam diameter to form parallel rays and a homogenizer whteh makes the beam intensity homogeneous, 
and then reaches the magnetic disk for irradiation. 

[0255] The presence or absence of the f omnation of the magnetic pattem was confirmed by developing the magnetic 
pattem by a magnetic developer and observing the developed pattern by an optteal mteroscope. As a result, the mag- 
netic pattem for control corresponding to the transmission portions and the non-transmission portions of the mask 
could be obtained on the entire area corresponding to the area irradiated with laser beam. 

[0256] Further, reproduction was carried out by means of a MR head having a read width of 0.9 p.m to confinn the 
signal quality. 

[0257] In FIGS. 1(a), 1(b) and 1(c) are shown reproducingsignalwavefomns of 90* linear patterns formed at external 
magnetic field intensities of 1.2 KG, 1.6 KG and 2.1 KG, respectively. Further, in FIG. 1(d) is shown a reproducing 
signal waveform of an information magnetic pattern having a width of 2 jim, saturation recorded by a magnetic head 
having a write width of 1 .3 jim. The scale of the horizontal axis Indicates 100 ns/Div. and the scale of the vertical axis 
indicates 1 00 mV/Div. 

[0258] Further, In Table 1 is shown the full width at half maximum of an Isolated pulse of the reproducing signal of 
the 90'' linear pattern fonned at each magnetic field intensity. Further, the full width at half maximum of an isolated 
pulse of the reproducing signal of the information magnetic pattem having a width of 2 nm, saturation recorded by the 
above magnetic head, is shown together. 



35 



40 



Table 1 





Intensity of external magnetic field (kG) 


Magnetic head 


1.2 


1.6 


2.1 


Full width at half maximum (ns) 


23,4 


15.2 


27.6 


21.4 



50 



[0259] It was found from Table 1 that the full width at half maximum of the reproducing signal Is best when the intensity 
of the extemal magnetic field is 1 .6 kOe (1 .6 KG), and the full width at half maximum at this Intensity is narrower than 
that of the saturation recording by a magnetic head at room temperature, and the reproducing signal is excellent as 
the servo signal. Further, the output of the reproducing signal of the 90* linear pattem was 320 mV when the intensity 
of the extemal magnetic field was 1 .6 kOe. 

[0260] Then , a 55*' linear pattem fonned at an external magnetic field intensity of 1 .6 kOe was reproduced to measure 
the output of the reproducing signal, and it was 275 mV. 

[0261] Since P(55*)/P(90')=0.859 and 0.9xcos(35'*)=0.9x0.81 9=0.737, the magnetic pattem formed by the present 
Example satisfies the formula 



P(55»)/P(90*)^0.9xcos(35*). 



[0262] As mentioned above, by using a magnetic recording medium having a narrow full width at half maximum, the 
interference with the adjacent signal decreases, and the linear recording density of the signal for control can be in- 
creased. Namely, the number of signals for control stored in one cycle of the magnetic recording medium with the same 
occupied area can be increased, the band width of the signal for control can be increased, and the signals to be used 
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for control can be Increased, whereby the medium tends to be resistant to flaws. 

[0263] Further, with the magnetic recording medium having a magnetic pattern for control with a high precision fonned 
thereon, the position control of the magnetic head can be carried out with a high precision, whereby the track density 
can be increased, and it becomes possible to carry out a high density recording. Further, since the synchronous pre- 
5 cision improves, the gap can be decreased, and the recording capacity can further be increased. With the magnetic 
recording apparatus having this magnetic recording medium incorporated, the position control of the magnetic head ' 
can be carried out with a high precision, and the synchronous precision increases, and accordingly it becomes possible 
to carry out a high density and high capacity recording. 

10 EXAMPLE 2 

[0264] A magnetic disk was prepared in the same manner as in Example 1 , a magnetfe pattern for control was formed, 
and the evaluation was carried out. 

[0265] However, the magnetic field intensity was 1 .6 KG, and the thickness of the spacer was changed to 1 5, 25, 40 
IS or 100 ^m to change the space between the mask and the medium. 

[0266] In Table 2 are shown the full width at half maximum of an isolated pulse of the reproducing signal of the 55* 
linear pattern and the output. Further, the full width at half maximum of an isolated pulse of the reproducing signal of 
a pattern which fonns an angle of 55** (6=35*) with the running direction of the head, fomied by shifting the track 
positions by 0.3 (im in a radius direction by the magnetic head as illustrated in FIG. 3, and the output, are shown together. 

20 

Table 2 





Thickness of spacer ftim) 


Magnetic head 


15 


25 


40 


100 


Full width at half maximum (ns) 


36.3 


40.1 


43.5 


64.7 


51.8 


Output (mV) 


281 


278 


264 


211 


230 



[0267] As compared with the signal written by the magnetic head, the full width at half maximum is excellent and the 
30 output is at the same level, except for one having a space between the mask and the medium of 100 \wn. 

[0268] As mentioned above, by using a magnetfc recording medium having a narrow full width at half maximum, the 
interference with the adjacent signal decreases, and the linear recording density of the signal for control can be in- 
creased. Namely, the number of signals for control stored in one cycle of the magnetic recording medium with the same 
occupied area can be increased, the band width of the signal for control can be increased, and the signals to be used 
3S for control can be increased, whereby the medium tends to be resistant to flaws. 

[0269] Further, with the magnetic recording medium having a magnetic pattern for control with a high precision fonmed 
thereon, the position control of the magnetfc head can be carried out with a high precision, whereby the track density 
can be increased, and it becomes possible to carry out a high density recording. Further, since the synchronous pre- 
cision improves, the gap can be decreased, and the recording capacity can further be increased. With the magnetic 
40 recording apparatus having this magnetic recording medium incorporated, the position control of the magnetic head 
can be carried out with a high precision, and the synchronous precision increases, and accordingly it becomes possible 
to canry out a high density and high capacity recording. 

EXAMPLE 3 

45 

[0270] An aluminosilicate type glass substrate having a diameter of 2.5 inches was cleaned and dried, and on the 
substrate, 40 nm of CrgoTi^Q. 20 nm of CoggCras, 80 nm of CoyiCrigPt^o as a recording layer, and 5 nm of carbon 
(diamond-like carbon) as a protective layer are formed at an ultimate degree of vacuum of 1x10-7 Torr at a substrate 
temperature of 350*C at a bias voltage of -200V under a sputtering gas pressure of Ar of 3x10*3 Tom The surface 
so roughness Ra was 0.6 nm and the swell Wa was 0.9 nm. On the substrate, a fluorine type lubricant as a lubricant layer 
was coated in a thickness of 1 .5 nm, followed by baking at 100'C for 40 minutes to obtain a perpendicular magnetic 
disk for recording having a coercive force of 2,500 Oe at room temperature with a saturation magnetization of 380 
emu/cc. The Curie temperature of the recording layer was 31 0*C. 

[0271] To form a magnetic pattern, an electromagnet was constituted so that the magnetic field direction is perpen- 
55 dicular to the disk plane, and the magnetic field was applied with an Intensity of about 1 0 kOe (about 1 0 KG) to homo- 
geneously magnetize the disk plane. 

[0272] Then, a magnetic pattern was formed In the same manner as in Example 1 except that the spacer thickness 
was 25 \ur\, the power of the exclmer pulse laser was 70 mJ/cm^. and the external magnetfc field of 0.9 KG was applied 
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in the direction opposite to the initial homogeneous magnetization in a perpendicular direction. 
[0273] The presence or absence of the formation of the magnetic pattem was conf imned by developing the magnetic 
pattern by a magnetic developer and observing the developed pattern by an optical microscope. As a result, the mag- 
netic pattem for control corresponding to the transmission portions and the non-transmission portions of the mask 
could be obtained on the entire area corresponding to the area irradiated with laser beam. 

[0274] Further, reproducing was carried out by means of a MR head with a read width of 0.9 ^im to confirm the signal 
quality, and the full width at haff maximum of an isolated pulse of the reproducing signal of the 90" linear pattem was 

1 4.3 ns. On the other hand, thefull width at half maximum of an isolated pulse of the reproducing signal of the information 
magnetic pattern having a width of 2 ^im, saturation recorded by a magnetic head having a write width of 1 .3 p.m, was 

16.4 ns. Here, since perpendicular recording was carried out, the comparison of the full width at half maximum was 
carried out after treatment of the signal waveform by a differential circuit. 

[0275] Accordingly, it is found that the full width at half maximum is narrower than that of saturation recording by a 
magnetic head at room temperature also In the perpendicular recording, and that the reproducing signal Is excellent 
as the servo signal. 

. [0276] As mentioned above, by using a magnetic recording medium having a narrow full width at half maximum, the 
Interference with the adjacent signal decreases, and the linear recording density of the signal for control can be in- 
creased. Namely, the number of signals for control stored in one cycle of the magnetic recording medium with the same 
occupied area can be increased, the band width of the signal for control can be increased, and the signals to be used 
for control can be increased, whereby the medium tends to be resistant to flaws. 

[0277] Further, with the magnetic recording medium having a magnetic pattem forcontrol with a high precision formed 
thereon, the position control of the magnetic head can be carried out with a high precision, whereby the track density 
can be increased, and it becomes possible to carry out a high density recording. Further, since the synchronous pre- 
cision improves, the gap can be decreased, and the recording capacity can further be Increased. With the magnetic 
recording apparatus having this magnetic recording medium incorporated, the position control of the magnetic head 
can be carried out with a high precision, and the synchronous precision increases, and accordingly it becomes possible 
to carry out a high density and high capacity recording. 

EXAMPLE 4 

[0278] A magnetic disk was prepared in the same manner as in Example 1 , a magnette pattern forcontrol was formed, 
and the evaluation was carried out. 

[0279] However, the magnetic field intensity was 1 .7 KG, the power of the excimer pulse laser was 1 70 mJ/cm^, and 
the thickness of the spacer was so small as 5 pim. Here, as a mask pattem, the same one as in Example 1 was used. 
[0280] The presence or absence of the magnetic pattern was confinned by developing the magnetic pattern by a 
magnetic developer and observing the developed pattern by an optical mrcroscope. As a result, the magnetic pattern 
for control corresponding to the transmission portions and the non-transmission portions of the mask could be obtained 
on the entire area corresponding to the area irradiated with laser beam. 

[0281] The evaluation of the full width at half maximum of an isolated pulse of the reproducing signal of the magnetic 
pattem fonned was earned out by means of a magnetic head having a write width of 0.75 and a read width of 0.45 
Jim. As a result, the full width at half maximum was 8.5 nsec with a 90** linear pattern, and It was 15.4 nsecwith a linear 
pattem having an inclination of 55'. On the other hand, the full width at half maximum of an isolated pulse of the 
reproducing signal of the infonnation magnetic pattem having a width of 2 jxm, saturation recorded by a magnetic head 
of the same magnetic head (write width 0.75 [im), was 9.2 ns. 

[0282] Namely, In a case where reproducing was carried out by a magnetic head having a narrow gap to be used 
for high density recording, the full width at half maximum was nan-ower than that of the reproducing waveform when 
a pattern was written by a magnetic head, and the usefulness of the present invention In a high density recording was 
proved. 

[0283] Further, the reproducing output of the 55* linear pattern fonned in this Example was 1 1 0 mV, and the repro- 
ducing output of the 90' linear pattern was 143 mV. Accordingly, P(55")/P(90*)=0.77, and the formula P(55»yP(90'*) 
^0.9xcos(35')=0.737 was satisfied. 

[0284] As mentioned above, by using a magnetic recording medium having a narrow full width at half maximum, the 
interference with the adjacent signal decreases, and the linear recording density of the signal for control can be in- 
creased. Namely, the number of signals forcontrol stored in one cycle of the magnetic recording medium with the same 
occupied area can be Increased, the band width of the signal for control can be Increased, and the signals to be used 
for control can be Increased, whereby the medium tends to be resistant to flaws. 

[0285] Further, with the magnetic recording medium having a magnetic pattern forcontrol with a high precision fonned 
thereon, the position control of the magnetic head can be carried out with a high precision, whereby the track density 
can be increased, and It becomes possible to carry out a high density recording. Further, since the synchronous pre- 
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cision improves, the gap can be decreased, and the recording capacity can further be increased. With the magnetic 
recording apparatus having this magnetic recording medium incorporated, the position control of the magnetic head 
can be carried out with a high precision, and the synchronous precision Increases, and accordingly It becomes possible 
to carry out a high density and high capacity recording. 

[0286] As explained above, with the magnetic recording medium of the present invention having a high precision 
magnetic pattern for control formed thereon, the position control of the magnetic head can be carried out with a high 
precision, whereby the track density can be increased, and it Is possible to carry out a high density recording. Further, 
since the synchronous precision improves, the gap can be decreased, and the recording capacity can further be in- 
creased. With a magnetic recording apparatus having this magnetic recording medium incorporated, the position control 
of the magnetic head can be carried out with a high precision, and the synchronous precision Improves, and accordingly 
it becomes possible to carry out a high density and high capacity recording. 

[0287] Further, according to the method of forming the magnetic pattern on a magnetic recording medium of the 
present Invention, such a high precision magnetic pattern for control can be formed in a short period of time at a low cost. 
[0288] The entire disclosures of Japanese Patent Application Nos. 2000-142957 filed on May 16, 2000 and 
2000-197559 filed on June 30, 2000 including specification, claims, drawings and summary are Incorporated herein 
by reference In their entireties. 



Claims 

1. A magnetic recording medium for recording Information by forming a magnetic pattern for infomiation thereon by 
a magnetic head, which is a longitudinal magnetic recording medium having a coercive force of at least 3000 Oe, 
and which has a magnetic pattern for control of the magnetic head preliminarily fornied thereon, wherein the full 
width at half maximum of an isolated pulse of a reproducing signal of the magnetic pattern for control is smaller 
than the full width at half maximum of an isolated pulse of a reproducing signal of the magnetic pattern for infor- 
mation. 

2. The magnetic recording medium according to Claim 1 , wherein the coercive force is at least 3300 Oe. 

3. A magnetic recording medium for recording Information by forming a magnetic pattern for information thereon by 
a magnetic head, which is a perpendicular magnetic recording medium, and which has a magnetic pattern for 
control of the magnetic head preliminarily formed thereon, wherein the full width at half maximum of an isolated 
pulse of a reproducing signal of the magnetic pattern for control Is smaller than the full width at half maximum of 
an isolated pulse of a reproducing signal of the magnetic pattern for information. 

4. The magnetic recording medium according to Claim 3, wherein the coercive force is at least 2500 Oe. 

5. The magnetic recording medium according to any one of Claims 1 to 4, wherein the full width at half maximum of 
an Isolated pulse of a reproducing signal of the magnetic pattem for control is at most 95% of the full width at half 
maximum of an Isolated pulse of a reproducing signal of the magnetic pattern for Infomiation. 

6. The magnetic recording medium according to any one of Claims 1 to 4, wherein the full width at half maximum of 
an isolated pulse of a reproducing signal of the magnetic pattern for control is at most 90% of the full width at half 
maximum of an isolated pulse of a reproducing signal of the magnetic pattem for infomiation. 

7. A magnetic recording medium for recording information by forming a magnetic pattem for infomiation thereon by 
a magnetic head, which has a magnetic pattern for control of the magnetic head preliminarily formed thereon, 
wherein the magnetic pattern for control comprises at least two types of linear patterns which fonn angles of (90* 
± and (QO** ± 82**) wherein >G2, 0'<ei ^45*» and 0'»^e2<45', respectively, with the relative movement direction 
of the magnetic head, and which satisfy the fomiula: 

P(90 ± e^)/P(90 ± 62) ^ 0.9 X 005(6^-62) 

where P(9O±0i) and P(90 ±03) are outputs of the isolated pulses of the reproducing signals of said linear pattems. 

8. The magnetic recording medium according to any one of Claims 1 to 7, wherein the magnetic pattern for control 
is a magnetic pattem for position control by phase control. 



Patent provided by Sughrue Mion, PLLC - http://www.sughnje.com 



EP1 156 479 A2 



9. The magnetic recording medium according to any one of Claims 1 to 8, which comprises a substrate and a magnetic 
layer formed on the substrate, wherein the temperature at which magnetization of the magnetic layer is erased is 
at least 100**C. 

10. The magnetic recording medium according to any one of Claims 1 to 9, which comprises a substrate, and a mag- 
netic layer and a protective layer formed in this order on the substrate. 

11. The magnetic recording medium according to Claim 10, wherein the protective layer has a thickness of at most 
50 nm. 

12. The magnetic recording medium according to Claim 10 or 11 , wherein the protective layer is made of a diamond- 
like carbon. 

13. The magnetic recording medium according to any one of Claims 10 to 12, which has a lubricant layer fomied on 
the protective layer. 

14. The magnette recording medium according to Claim 13, wherein the lubricant layer has a thickness of at most 10 
nm. 

15. The magnetic recording medium according to any one of Claims 1 to 14, which has a surface roughness Ra of at 
most 3 nm. 

1 6. A method for producing the magnetic recording medium as defined In any one of Claims 1 to 1 5, which comprises 
a step of locally heating a magnetic layer on the medium, and a step of applying an external magnetic field to the 
magnetic layer of the medium to form a magnetic pattem for control. 

17. The method according to Claim 1 6. which comprises applying an external magnetic field to preliminarily magnetize 
the magnetic layer homogeneously In a desired direction, and simultaneously with the local heating of the magnette 
layer of the medium, applying an external magnetic field to magnetize the heated area in a direction opposite to 
the above desired direction to fomri the magnetic pattem for control. 

18. A magnetic recording apparatus which comprises a magnetic recording medium, a driving component which drives 
the magnetic recording medium in a recording direction, a magnetic head comprising a recording component and 
a reproducing component, a means of moving the magnetic head relatively to the magnetic recording medium, 
and a recording/reproducing signal processing means which inputs a recording signal to the magnetic head and 
outputs a reproducing signal from the magnetic head, to form a magnetic pattern for infonnatlon on the magnetic 
recording medium by the magnetic head for recording information, wherein the medium is a magnetic recording 
medium as defined in any one of Claims 1 to 15. 

19. The magnetic recording apparatus according to Claim 1 8, which reproduces, after the magnetic recording medium 
is incorporated therein, the magnetic pattern for control by the magnetic head to obtain a signal, and records a 
servo burst signal by the magnetic head using the above signal as a standard. 
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